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(54) Traction drive fluid 

(57) A traction drive fluid comprises a tractant se- 
lected from the specific types ot hydrocarbons, carbox- 
ylates and carbonate, optionally an effective amount of 
a base oii selected from a mineral oil and a synthetic oil 



and additives selected from a viscosity index improver, 
a ashless dispersant, a phosphorus-containing additive, 
a friction adjusting agent, a metallic detergent, an oxi- 
dation inhibitor, a polar additive, a corrosion inhibitor, a 
rubber swelling agent, a antifoamer and a colorant. 
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Description 

[0001 ] This invention relates to traction drive fluids, more particularly to a traction drive fluid used not only for a power 
transmission mechanism such as the automatic transmission of traction drive type for an automobile but also for the 
hydraulic control mechanism thereof as well as the friction characteristics controlling mechanism for the wet clutch. 
[0002] In the industrial machinery field, traction drive fluids have already been used for traction drive type power 
transmission devices which are designed to transmit power via a film of oil formed at the contacting surfaces of the 
operative parts. Such traction drive fluids used in these devices are required to have high traction coefficient, i. e. 
superior power transmission capabilities. 

[0003] In recent years, extensive studies and investigations on a traction drive fluid have been made tor its use of 
the continuously variable transmission of an automobile. When used for an automobile, the fluid is used not only for 
the power transmitting mechanism but also for the hydraulic controlling mechanism as well as the friction characteristics 
controlling mechanism for the wet clutch. 

[0004] There has been known an automatic transmission fiuid (ATF) which is a lubricant used for the hydraulic con- 
trolling mechanism and the friction characteristics controlling mechanism for the wet clutch constituting the transmission 
of an automobile. II is a well-known fact that ATF is required to be higher than a certain level in a kinematic viscosity 
at elevated temperatures and superior in flowability at low temperatures for performing the role of the hydraulic con- 
trolling mechanism. It is also well known that ATF is required to be blended with additives which are excelled in friction 
characteristics, particularly in shudder resistance characteristics for fulfilling the requirements in performing the role of 
the friction characteristics controlling mechanism, particularly the controlling mechanism having in addition slip con- 
trolling capabilities. 

[0005] In the case where a traction drive fluid is used for the continuously variable transmission of traction drive type 
for an automobile, it is necessary for the fluid to have not only inherent superior power transmitting capabilities but also 
the capabilities required for ATF, that is, capabilities upon being used as a fluid for the hydraulic controlling mechanism 
and the friction controlling mechanism of the wet clutch. 

[0006] Although there is a commercially available traction drive fluid sold under the tradename of ■SANTOTRAC" 
which is widely known to have an excellent power transmitting capability, a traction drive fluid suitable for an automobile 
has not been place on the market because it needs to fulfill the requirements on the capabilities such as a flowability 
at low temperatures which are expected to exhibit upon being used for the continuously variable transmission of an 
automobile. 

[0007] In view of the current situations, an object of the present invention is to provide a traction drive fluid which is 
excellent in not only power transmitting capabilities but also the capabilities required as a fluid for controlling hydraulic 
pressure and the friction characteristics of a wet clutch constituting the transmission of an automobile. 
[0008] As a result of an extensive research conducted for solving the above-mentioned problems, the present in- 
ventors has developed a fluid for a traction drive, particularly a fiuid for the continuously variable transmission of traction 
drive type for an automobile and more particularly such a fluid which can be utilized for a power transmitting mechanism 
and can be applicable for a hydraulic controlling mechanism as well as the f riction characteristics controlling mechanism 
for the wet clutch. 

[0009] According to the present invention, there is provided a traction drive fluid which comprises a tractant selected 
from the group consisting of naphthenic hydrocarbons (A) and (B), naphthenic carboxylates (C) and (D) and a naph- 
thenic carbonate (E), 

said naphthenic hydrocarbon (A) being represented by the formula 




wherein among R 1 through R 8 . R 4 is a C r C e alky! group which may have a naphthene ring and the remainders 
each are a hydrogen atom or a - C e alkyl group which may have a naphthene ring; 
said naphthenic hydrocarbon (B) being represented by the formula 
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wherein among R 9 through R 20 , at least more than two members selected arbitrary from R 12 , R 13 and R 16 are C 1 
- C 8 alkyl groups which may have a naphthene ring and the remainders each are a hydrogen atom or a C t - C 8 
alkyl group which may have a naphthene ring; 
said naphthenic carboxylate (C) being represented by the formula 



20 



25 



30 



35 



(3) 



K 



wherein R 21 through R 2$ each are a hydrogen atom or a C r C 8 alkyl group which may have a naphthene ring; 
said naphthenic carboxylate (D) being represented by the formula 



30 



(4) 



. ) 40 



wherein R 27 through R 32 each are a hydrogen atom or a C t - C 8 alkyl group which may have a naphthene ring; and 
said naphthenic carbonate (E) being represented by the formula 



45 



,33 



,34 




c 



^36 




38 



(5) 



so 



55 



wherein R 33 through R 38 each are a hydrogen atom or a - C 8 alkyl group which may have a naphthene ring. 

[001 0] The inventive traction drive fluid comprises the above-mentioned tractant and a base oil of at least one member 
selected from a mineral oil and a synthetic oil having a molecular weight of 150-800. 

[001 1] A viscosity index improver is preferably added to the above traction dnve fluid. Preferred for such a viscosity 
index improver is a ethylene-a-olefin copolymer having a number-average molecular weight in excess of 800 and less 
than 1 50,000 and hydrides thereof. 

[0012] Furthermore, the traction drive fluid is preferably blended with a ashless dispersant and a phosphorus-con- 
taining additive. More over, the traction drive fluid is preferably blended with a friction adjusting agent having at least 
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one alky) or alkenyl group of 6 - 30 carbon atoms in its molecule and having no hydrocarbon group of more than 31 
carbon atoms. It is also preferred that the traction drive fluid is blended with a metal-containing detergent having a total 
base number of 20-450 mgKOH/g. 

[0013] The naphthenic hydrocarbon (A) of the tractant used for the inventive traction drive fluid is represented by 
the formula 




wherein among R 1 through R 8 R 4 is a C-, - C 8 alkyl group which may have a naphthene ring, preferably C, - C 4 alkyl 
group, more preferably a methyl group and the remainders each are a hydrogen atom or a C 1 - C 8 alkyl group which 
may have a naphthene ring, preferably a hydrogen atom or a - C 4 alkyl group, more preferably a hydrogen atom 
or a methyl group. 

[001 4] Preferred naphthenic hydrocarbons of formula (1) in view of high traction coefficient are those represented 
by the formula 




wherein R 4 is a - C 8 alkyl group which may have a naphthene ring, preferably C, - C 4 alkyl group, more preferably 
a methyl group, R 1 through R 3 and R 5 through R 8 each are a hydrogen atom or a C, - C 8 alkyl group which may have 
a naphthene ring, prelerably a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl 
group and at least one member, preferably at least more than two members, more preferably at least R 1 and R 8 selected 
arbitrary from R 1 , R 3 and R 6 each are a C 1 • C 8 alkyl group which may have a naphthene ring, preferably a C 1 • C 4 
alkyl group, more preferably a methyl group. 

[0015] Furthermore, preferred naphthenic hydrocarbons of formula (1) in view of superior viscosity characteristics 
at low temperatures are those represented by the formula 




wherein R 4 is a C 1 - C 8 alkyl group which may have a naphthene ring, preferably C n - C 4 alkyl group, more preferably 
a methyl group, R 1 through R 3 and R 5 through R 8 each are a hydrogen atom or a C-, - C 8 alkyl group which may have 
a naphthene ring, preferably a hydrogen atom or a C A - C 4 alkyl group, more preferably a hydrogen atom or a methyl 
group and at least one member selected from R 1 through R 3 and R 5 through R 8 is a C 1 - C 8 alkyl group which may 
have a naphthene ring, preferably - C 4 alkyl group, more preferably a methyl group. 

[0016] Specific examples of the alkyl group for R 1 through R 8 are methyl, ethyl, n-propyl, isopropyl, n-butyl, isobutyl, 
sec-butyl, tert-butyl, straight or branched pentyl, straight or branched hexyl, straight or branched heptyl, straight or 
branched octyl, cyclopentylmethyl, cyclopentylethyl, cyclopentylpropyl, methylcyclopentylm ethyl, ethylcyclopentylme- 
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thyl, dimethylcyclopentylmelhyl, melhyteyclopenlylethyl. cyclohexylmethyl. cyctahexylelhyl. methylcyclohexylmethyl 
and cycloheptylmethyl groups, among which particularly preferred are C, - C 4 alkyl groups. The carbon number ex- 
ceeding 9 would cause a deterioration in viscosity at low temperatures and is thus not preferred. 
[0017] Specific examples of the naphthenic hydrocarbon (A) are the following compounds represented by formulae 
(12) through (19). In the formulae given below, 'A" represents a methylmelhylene or dimethylmethylene group of the 
formulae 



10 



CH 3 
I 



or 



CH, 



(12) 



75 



(1) The number of the alkyl group adding to the cyclohexane ring : 0 



20 



25 



30 



O-O 



<i-n 



(2) The number ol the alkyl group adding to the cyclohexane ring : 1 



(13) 



d~ob~o -O-Q O-O 

(2-n ("> ( "> iZA) 

(14) 



(3) The number of the alkyl group adding to the cyclohexane ring : 2 



35 



) 40 



45 




(3-8) (15) 



so 



55 
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(3-9) \ (3-10) (3-11) ' (3-12) 

-d-o bo -b~o 

(3-13) / ij-14) (3-15) 

(16) 



(4) The number of the alkyl group adding to the cyclohexane ring : 3 




(4-1.1) (4-14) M-J3) (4-16) 



b*b b-*b b-ob-^ 

// (4-17) / (4.i«) / <4-;y) {4 . 2a> 




(4-22) (4.23, 
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(5) The number of the alkyl group adding to the cydohexane ring : 4 




(5-21) 



[0018] In view of increased traction coefficient, among these compounds, preferred are those represented by for- 
mulae of (2-1), (3-2), (3-3), (3-4), (3-11), (3-12), (3-13), (4-6), (4-7), (4-8), (4-10). (4-11), (4-12), (4-14), (4-15), (4-16), 
(4-17). (4-21), (5-10), (5-11), (5-14), (5-15), (5-17) and (5-18). More preferred are compounds of formulae of (3-10), 
(4-2), (4-3), (4-4), (5-5) and (5-6). Further more preferred are compounds of formulae of (3-1 ), (4-5), (4-9), (4-1 3), (5-7). 
(5-8), (5-9), (5-12), (5-1 3) and (5-16). Furthermore preferred are compounds of formulae of (4-1), (5-2), (5-3) and (5-4). 
Most preferred are compounds of formula (5-1). 

[0019] The method for synthesizing the naphthenic hydrocarbon (A) of formula (1 ) is not restricted and thus various 
conventional methods may be applied such as the following synthetic method using addition reactions. 

(1) Synthesis by addition reaction 



[0020] An aromatic compound of the formula 
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5 




is reacted with an aromatic compound of the formula 



15 




In the presence of an acidic catalyst such as sulfuric add, methanesulfonic acid, white clay and a nonaqueous ion 
exchange resin (Amberite) at a temperature ranging from room temperature to 30 °C. The product derived from this 
reaction is hydrogenated of the aromatic ring in the presence of a metallic hydrogenated catalyst such as nickel and 
platinum at a hydrogen pressure of 30-150 atm and at a temperature of 100-200 °C thereby obtaining the naphthenic 
25 hydrocarbon represented by the above formula (1 ). 

[0021] The naphthenic hydrocarbon (B) of the tractant used 1or the inventive traction drive fluid is represented by 
the formula 



so 



35 




(2) 



wherein among R 9 through R 20 , at least more than two members selected arbitrary from R 12 R 13 and R 16 each are a 
- C 8 alkyl group which may have a naphthenic ring, preferably a C 1 - C 4 alkyl group, more preferably a methyl group, 
40 and the remainders each are a hydrogen atom or a C, - C 8 alkyl group which may have a naphthenic ring, preferably 
a hydrogen atom or a C 1 - C 4 alkyl group, more preferably a hydrogen atom or a methyl group. 
[0022] Preferred naphthenic hydrocarbon (B) of formula (2) are compounds represented by the formula 



45 



so 



R 9 f U ff 6 K 1S 



n 



,20 



(7) 



wherein R 9 through R 20 each are a hydrogen atom or a C 1 - C e alkyl group which may have a naphthenic ring, preferably 
a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or methyl group and at least more than 
ss two members arbitrary selected from R 12 R 13 and R 16 each are a C 1 - C 8 alkyl group which may have a naphthenic 
ring, preferably a C 1 - C 4 alkyl group, more preferably a methyl group and at least one, preferably two members arbitrary 
selected from R 9 R 11 , R 18 and R 20 , more preferably at least R 9 and R 18 is a CyC B alkyl group which may have a 
naphthenic ring, preferably a - C 4 alkyl group, more preferably a methyl group. 
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[0023] Specific examples of the alkyl group for R 9 through R 20 are the same as those exemplified with respect to R 1 
through R 8 of the above formulae (1 ) and (2). 

[0024] Specific examples of the naphthenic hydrocarbon of formula (2) are also represented by the above formulae 
(12) through (19). However, "A" in these formulae are represented by the formula 



CH 3 

I CH 2 
CH 3 



CH 2 



or. 



CH 3 CH 3 
' CH 2 N 



or 



CH 3 
I CH- 



CH, 



(21). 



[002S] Among Ihese compounds, preferred compounds are also the same as those represented by the formulae 
exemplified with respect to the description of the preferred compounds for the naphthenic hydrocarbon (A). Therefore, 
most preferred are compounds represented by formula (5-1 ). 

[0026] There is no particular limitation imposed on the method for synthesizing the naphthenic hydrocarbon of formula 
(2) and thus Ihere may be employed various conventional methods, such as the following methods. 

(1) Synthesis by addition reaction 

[0027] An aromatic compound of the formula 




(C) 



is reacted with an aromatic compound of the formula 



,18-. 




in the presence of an alkali catalyst such as metallic sodium, sodium hydroxide and potassium hydroxide at a temper- 
ature of 100-150 °C. The product derived from this reaction is hydrogenated o1 the aromatic ring in the presence of a 
metallic hydrogenated catalyst such as nickel and platinum at a hydrogen pressure of 30-1 50 atm and at a temperature 
of 100-200 °C thereby obtaining the naphthenic hydrocarbon represented by the formula 



9 
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1^ 

R R 

I I 
C. CH 
I CH 2 

W 3 



14 



,13 




(22). 



(2) Synthesis by polymerization reaction 

[002B] An aromatic compound represented by the formula 



c 



rVr 18 




R'W° 



R 10 or R W 



w 



is dimerized by reacting in the presence of an acidic catalyst such as white clay and a nonaqueous ion exchange resin 
at a temperature ranging from room temperature to 70 °C. The resulting dimer is hydrogenated of the aromatic ring in 
the presence of a metallic hydrogenated catalyst such as nickel and platinum at a hydrogen pressure of 30-150 atm 
and at a temperature of 100-200 °C thereby obtaining the naphthenic hydrocarbon represented by the formula 



pl2 n 13 



(23). 



[0029] The naphthenic carboxylate (C) of the tractant used for the inventive traction drive fluid is represented by the 
formula 



err 



*23 



R 



26 



(3) 



wherein R 21 through R 26 each are a hydrogen atom or a C«, - C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl group. 
[0030] Preferred naphthenic carboxylate of formula (3) are compounds represented by the formula 



10 



20 



AO 
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I T i- r: 



-CO ^ 

70 wherein R« through each are a hydrogen atom or a C, - C e alkyl group which may have a naphthenic. preferably 
a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or methyl group and at least one. preferably 
more than two members arbitrary selected from R 2 \ R 23 . R 24 and R*. more preferably R 2 ' and each are a C, - 
C a alkyl group which may have a naphthenic ring, preferably C, - C 4 alkyl group, more preferably a methyl group. 
[0031] Specific examples of the alkyl groups for flP through R 2 * are the same as those already exemplified with 
rs respect to R 1 through R 8 of the above formulae (1 ) and (2). 

[0032] Specific examples of the naphthenic carboxylate of formula (3) are also represented by the above formulae 
(12) through (19). However, "A" in these formulae are represented by the formula 



ll (24). 

25 O 

[0033] Among these compounds, prelerred compounds are also represented by the same formulae as those exem- 
plified with respect to the description of the preferred compounds for the naphthenic hydrocarbon (A). Therefore, most 
preferred are compounds represented by formula (5-1). 
so [0034] There is no particular limitation imposed on the method for synthesizing the naphthenic carboxylate of formula 
(3) and thus there may be employed various conventional methods such as the following methods. 

(1) Synthesis by esterification 
3S [0035] An esterification reaction is conducted by using oxalic acid of the formula 

O 
!l 

HO C 



N C OH 



(0 



45 and aikylcyclohexanof of the formula 



so 



55 



* 21 orR 24 



OH 




R or R 



R"or R 



(9) 



in the presence of a condensation catalyst such as phosphoric acid and sulfuric acid at a temperature of 100-200 C 

thereby obtaining the naphthenic carboxylate ol formula (3). 

[0036] Alternatively, the naphthenic carboxylate of formula (3) is also produced by react.ng alkylcyclohexanol or 
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alkylphenol with alkylcyclohexanechloride or alkylbenzoic acid chloride in the presence of triethylamine at a tempera- 
ture of 0 -10 °C. In this case, the resulting product contains aromatics, they must be saturated by hydrogenation. 

(2) Synthesis by ester interchange reaction 

[0037] An ester interchange reaction is conducted by using a dialkyl oxalate of the formula 




and alkylcyclohexanol of the above formula (g) in the presence ol an alkali catalyst such as metallic sodium, sodium 
hydroxide and potassium hydroxide at a temperature of 100 - 200 °C thereby obtaining the naphthenic carboxylate of 
formula (3). 

[0038] The naphthenic carboxylate (D) of the tractant used for the inventive traction drive fluid is represented by the 
formula 




wherein R 27 through R 32 each are a hydrogen atom or a C t - C 8 alky! group which may have a naphthenic ring, 
preferably a hydrogen atom or a Cj - C 4 alkyl group, more preferably a hydrogen atom or a methyl group. 
[0039] Preferred naphthenic carboxylate of formula (4) are compounds represented by the formula 




wherein R 27 through R 32 each are a hydrogen atom or a C t - C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a - C 4 alkyl group, more preferably a hydrogen atom or methyl group and at least 
one. preferably more than two members arbitrary selected from R 27 , R 29 R 30 and R 32 more preferably R 27 and R 30 is 
a C, - C 8 alkyl group which may have a naphthenic ring, a - C 4 alkyl group, more preferably a methyl group. 
[0040] Specific examples of the alkyl groups for R 27 through R 32 are the same as those exemplified with respect to 
R 1 through R 8 of formulae (1 ) and (2). 

[0041] Specific examples of the naphthenic carboxylate of formula (4) are also represented by the above formulae 
(12) through (19). However, 'A* in these formulae are represented by the formula 



12 



# 
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/- or ~ C V- w- 

[0042] Among these compounds, preferred compounds are also represented by the same .or mulae as exem- 
plified with respect to the description ot the preferred compounds for the naphthenic hydrocarbon (A). Therefore, most 
preferred are compounds represented by formula (5-1). ^.„, m ,,io 
fo043] Thereisnopanicularlimitationimposedonthemethodforsynthesizingthenaphthen.ccarboxylateofto^ 

(4) and thus there may be employed various conventional methods such as the followmg methods. 
(1 ) Synthesis by esterification 

[0044] An esterification reaction is conducted by using alkylcyclohexane carboxylic add ol the formula 




0) 



and alkylcyclohexanol of the formula 




0) 



in the presence of a condensation cataVst such as phosphoric acid and sulfuric acid at a temperature of 100-200 C 
thereby obtaining the naphthenic carboxylate of formula (4). nr 
[0045] Alternatively, the naphthenic carboxylate of formula (4) is also produced by react.ng fW^h°™°> or 
Llkylphenol with alkylcyclohexanechloride or alkylbenzoic acid chloride in the presence of tnethylam.ne at a tempera- 
ture of 0 -10 'C. In this case, the resulting product contains aromatics, they must be saturated by hydrogenation. 

(2) Synthesis by ester interchange reaction 

[0046] An ester interchange reaction is conducted by using an alkylcyclohexane carboxylate of ihe formula 



13 
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and alkylcyclohexanol of the above formula (j) in the presence of an alkali catalyst such as metallic sodium, sodium 
hydroxide and potassium hydroxide at a lemperature of 100-200 °C thereby obtaining the naphthenic carboxylate of 
formula (4). 

[0047] The naphthenic carbonate (E) of the tractant used for the inventive traction drive fluid is represented by the 
formula 




wherein R 33 through R 38 each are a hydrogen atom or a C 1 • C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a Cj - C 4 alkyl group, more preferably a hydrogen atom or a methyl group. 
[0048] Preferred naphthenic carbonate of formula (5) are compounds represented by the formula 




wherein R 33 through R 38 each are a hydrogen atom or a C 1 - C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a C, • C 4 alkyl group, more preferably a hydrogen atom or methyl group and at least 
one, preferably more than two members arbitrary selected from R 33 , R 35 , R 36 and R 38 , more preferably at least R 33 
and R 36 each are a - C 8 alkyl group which may have a naphthenic ring, preferably aC r C 4 alkyl group, more 
preferably a methyl group. 

[0049] Specific examples of the alkyl group for R 33 through R 38 are the same as those already exemplified with 
respect to R 1 through R 8 of formulae (1) and (2). 

[0050] Specific examples of the naphthenic carbonate of formula (5) are also represented by the above formulae 
(12) through (19). However, *A' in these formulae indicates an ester bond represented by the formula 



ir 



(26). 



[0051] Among these compounds, preferred compounds are also represented by the same formulae as those exem- 
plified with respect to the description of the preferred compounds for the naphthenic hydrocarbon (A). Therefore most 



14 



70 



) 20 



2S 
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preferred are compounds represented by formula (5-1 ). 

[0052] There is no particular limitation imposed on the method for synthesizing the naphthentc carbonate of formula 
(5) and thus there may be employed various conventional methods such as the following methods. 

Synthesis by Esterification Interchange Reaction 

[0053] An ester interchange reaction is conducted by using diethylcarbonate of the formula 



O O 
C 2 H 5 ' C C 2 H, 
O 



(I) 



is and alkylcyclohexanol of the formula 



OH 




R 3 W 6 4 +R 3S orR 38 



R"or R 3? 



(m) 



in the presence of an alkali catalyst such as metallic sodium, sodium hydroxide and potassium hydroxide at a temper- 
ature of 1 0O-200 "C thereby obtaining the naphthenic carbonate of formula (5). 

rO054] A traction drive fluid of the present invention preferably comprises a tractanl selected from the group consisting 
of the above-described naphthenic hydrocarbons (A) and (B), naphthenic carboxylates (C) and (D) and a naphthenic 

so carbonate (E) and a base oil selected from Ihe group consisting of a mineral oil and a synthetic oil having a molecular 
weight of 150-800, preferably 150-800. . 
10055] Specific examples of eligible mineral oil for the purpose of the invention are n-paraff.ns such as paraff.nic- 
and naphthenic- mineral oils which are produced by subjecting lubricant fractions derived from atmospheric- or vacuum 
distillation of crude oil to refining processes such as solvent deasphalting, solvent extraction, hydrocracking, solvent 

35 dewaxing, catalytic dewaxing, hydrotreating. sulfuric acid washing, clay treatment and combinations thereof. Although 
the mineral oil is not restricted in kinematic viscosity, it is preferred use those having a kinemalc viscosity at 100 C 
within the range of usually 1-10 mm 2 /s, prelerably 2-8 mm 2 /s. 

[0056] In the present invention, it is necessary for a synthetic base oil to have a molecular weight of 1 50-500, pref- 
erably 150-500. Less than 150 in molecular weight would lead to an increase in evaporation loss, while greater than 
) 40 800 would result in a deterioration in flowability at low temperatures of a traction drive. 

[0057] Eligible synthetic oils may be poly-a-olef ins such as 1 -octene oligomer. 1 -decene olygomer and ethylene- 
propylene oligomer and hydrides thereol. isobutene oligomer and hydroxide thereof, isoparaffin, alkylbenzene. alky - 
naphthalene, diesters such as ditridecyl glutarate, di2-ethyl adipate. diisodecyl adipate. ditridecyl adipate and d.2-ethy - 
hexyl sebacate, polyol esters such as trimethylolpropane caprylate. trimethylolpropane pelargonate, pentaerythntol- 
« 2-ethyl hexanoate and pentaerythritol pelargonate, polyoxyalkylene glycol, dialkykJiphenyl ether and polyphenylether. 
[0058] Because they are contribute lothe production of a traction drive fluid which is excelled in total performances 
resulting from their characteristics such as high traction coefficient, excellent flowability at low temperatures and high 
viscosity at elevated temperatures, particularly preferred synthetic oils are isobutene oligomers or hydrides thereof 
and synthetic oils represented by the following formulae 

so 



55 



15 
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wherein R 39 through R 48 each are a hydrogen atom or a C t - C 8 alkyl group which may have a naphlhenic ring, 
preferably a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl group; 




wherein R 48 through R 60 each are a hydrogen atom or a C t * C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a C, « C 4 alkyl group, more preferably a hydrogen atom or a methyl group; 




wherein R 61 through R 66 each are a hydrogen atom or a C 1 - C 8 alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a - C 4 alkyl group, more preferably a hydrogen atom or a methyl group; 




(30} 



wherein R 67 through R 72 each are a hydrogen atom or a - C e alkyl group which may have a naphthenic ring, 
preferably a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl group; 
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to (31) 



wherein R» and R™ each are a hydrogen atom or a C n - C 8 alkyl group which may have a naphthenic ring, preferably 
a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl group; and 

is 
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(32) 

wherein R?9 and B** each are a hydrogen atom or a C, - C B alkyl group which may have a naphthenic ring, preferably 
a hydrogen atom or a C, - C 4 alkyl group, more preferably a hydrogen atom or a methyl group. 
rawq Specific examples of the alkyl groups for through R<* in formulae (27) through (32) are methyl ethyl, n- 
propy . isopropyl. n-butyl. isobutyl. sec-butyl, tert-butyl, straight or branched pentyl. straight or branched heptyl straight 
so or branched octyl, cyclopentylmethyl. cyclopentylethyl. cyclopentylpropyl, methylcyclopentylmethyl. ethylcyclopentyl- 
methyl. dimethylcyclopentylmethyl. methylcyclopentylethyl. cyclohexylmethyl. cyclohexylethyl, m&t ^^^ 
thyl and cycloheptylmethyl groups. Among these groups, preferred are C, - C 4 alkyl groups, more preferred are methyl 

[0060] Preferred combinations between the tractants and the synthetic base oils of formulae (27) through (32) are 
35 as follows: 

(1) Naphthenic hydrocarbon (A) and the synthetic base oil of formula (27). (28). (29). (30) or (31); 

(2) Naphthenic hydrocarbon (B) and the synthetic base oil of formula (27), (29). (30), (31) or (32); 

(3) Naphthenic carboxylate (C) and the synthetic base oil of formula (27), (28), (29), (30) or (32); 

AO 4 Naphthenic carboxylate (D) and the synthetic base oil of formula (27). (28), (30), (31 ) or (32); and 

(5) Naphthenic carbonate (E) and the synthetic base oil of formula (27), (28). (29). (31) or (32). 

[0061] Although not restricted. Ihe blend ratio of the tractant and the mineral oil and/or the synthetic oil is 1 :99-1 00: 
0, preferably 5:95-100:0. . . . 

45 T00621 The inventive traction drive fluid is preferably blended with a viscosity index improver. 

r0063 Eligible viscosity index improvers (Component V) are non-dispersion-type viscosity index 'rnprovers such as 
copolymers of one or more than two monomers selected from the group consisting of Compounds (\A1) of formulae 

y 7 

CH,=C 



(33) 



£5 
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CH, 



R 



(34) 



HC=CH 

o=c s c=o 



and (35) 



or hydrides of the copolymers; 

and dispersion-type viscosity index improvers such as copolymers of one or more of the monomers selected from 
Compounds (V-1) and one or more of monomers selected from Compounds (V-2) of formulae 



.R 93 



N COO-(K 94 )— Z 1 (36) 



>9S 



CHt=C 



and (37) 



or the hydrides of the copolymers. 



[0064] In tormula (32), R 87 is a hydrogen atom or methyl group and R 88 is a C r C 18 alkyl group. 
[0065] In tormula (33), R 89 is a hydrogen atom or a methyl group and R 90 is a C, - C 12 hydrocarbon group. 
[0066] In tormula (34),Y 1 and Y 2 each are a hydrogen atom, an C, - C 18 alkyl alcohol residue (OR 91 wherein R 91 
is a C A - C 18 alkyl group) or a C, - C 18 alkylmonoalkylamine residue (-NHR 92 wherein R 92 is a G, - C 18 alkyl group). 
[0067] Preferred alkyl groups having 1 -18 carbon atoms for R 88 are methyl, ethyl, n-propyl. isopropyl, n-butyl, iso- 
butyl, sec-butyl, tert-butyl, straight or branched pentyl, straight or branched hexyl, straight or branched heptyl, straight 
or branched octyl, straight or branched nonyl, straight or branched decyl, straight or branched undecyl, straight or 
branched dodecyl, straight or branched tridecyl, straight or branched tetradecyl, straight or branched pentadecyl, 
straight or branched hexadecyl, straight or branched heptadecyl and straight or branched octadecyl groups. 
[0068] Preferred hydrocarbon groups for R 89 are an alkyl group such as methyl, ethyl, n-butyl, isopropyl, n-butyl, 
isobutyl, sec-butyl, tert-butyl, straight or branched pentyl, straight or branched hexyl. straight or branched heptyl. 
straight or branched octyl, straight or branched nonyl, straight or branched decyl, straight or branched undecyl and 
straight or branched dodecyl groups; an alkenyl group such as straight or branched butenyl, straight or branched 
pentenyl, straight or branched hexenyl, straight or branched heptenyl, straight or branched octenyl, straight or branched 
nonenyl, straight or branched decenyl, straight or branched undecenyl and straight or branched dodecenyl groups; a 
C 5 - C 7 cycloalkyl group such as cyclopentyl, cyclohexyl, cydobutyl groups; a Cg - C„ alkylcycloalkyl group such as 
methylcyclopentyl. dimethylcyclopentyl (including all structural isomers ), methylethylcyclopentyl (including all struc- 
tural isomers ). diethylcyclopentyl (including all structural isomers ), methylcyclohexyl, dimethylcyclohexyl (including 
all structural isomers ), methylethylcyclohexyl (including all structural isomers ), diethylcyclohexyl (including all struc- 
tural isomers ), methylcycloheptyl, dimethylcycloheptyl (including all structural isomers ), methylethylcycloheptyl (in- 
cluding all structural isomers ) and diethylcycloheptyl (including all structural isomers ) groups; an aryl group such as 
phenyl and naphtyl groups; a Cy - C 12 alkylaryl group such as tolyl (induding all structural isomers ), xylyl (induding all 
structural isomers ); ethylphenyl (including all structural isomers ), straight or branched propyjphenyl (including all struc- 
tural isomers), straight or branched pentylphenyl (including all structural isomers) and straight or branched hexylphenyl 
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(induding all structural isomers) groups; a C 7 - C l2 arylalkyl group such as benzyl, phenylelhyl, phenylpropyl (including 
an isomer of propyl group), phenylbutyl (including an isomer of butyl group), phenylpentyl (including an isomer ol pentyl 
group), phenylhexyl (including an isomer ol hexyl) groups. 

10069] Preferred monomers lor Component (V-1) are a C, - C 16 alkylacrylale. a C, - C 16 aikylmethacrylale. a C 2 - 
s c„ olefin styrene. methylstyrene, maleic anhydride ester, maleic anhydride amide and mixtures thereof . 

[0070] In formula (35). R» is a hydrogen atom or methyl group, R*> is a C 2 - C 1B alkylene group. is an amine 
residue having one or two nitrogen atom and 0-2 oxygen atoms or a heterocyclic residue and a is an integer of 0 or 1. 
[0071] In formula (36), R 95 is a hydrogen atom or methyl group, 7? is an amine residue having one or two nitrogen 
atom and 0-2 oxygen atoms or a heterocyclic residue. 
io [0072] Specific examples of the alkyl groups for R* are straight or branched ethylene, straight or branched propylene 
straiqht or branched butylene. straight or branched pentylene. straight or branched hexylene. straight or branched 
heptylene straight or branched octylene. straight or branched nonilene. straight or branched decylene. straight or 
branched undecylene. straight or branched dodecylene, straight or branched tridecylene. straight or branched tetra- 
decylene. straight or branched pentadecylene. straight or branched hexadecylene, straight or branched heptadecylene 
is and straight or branched octadecylene groups. Preferred examples of the groups for each Z> and Z* are dimelhylam.no 
diethylamino dipropylamino. dibutylamino. anilino, toluidino. xylidino. acetylamino. benzoilamino. morphol.no. pyrolyl. 
pyrolino. pyridyl, methylpyridyl. pyrrolidinyl, piperidinyl, quinonyl. pyrroiidonyl. pyrrolidono. imidazol.no and pyraz.no 

ro073] ' Nitrogen-containing monomers preferred for Component (V-2) are dimethyl aminomethylmethacrylate di- 
) 20 ethylaminomethylmethacrylate. di methylami noethylmethacrylate, diethylaminoethylmethacrylate. 2-methyl-5-v.nylpy- 
ridine. morpholinomethylmethacrylate. morpholinoethylmethacrylate. N-vinylpyrrolidone and mixtures thereof. 
[0074] The term 'dispersion type viscosity index improver" used herein designates copolymers obtained by altering 
the nitrogen-containing monomer like Component (V-2) to a comonomer. The dispersion type viscosity index improver 
may be produced by copolymerizing one or more of the monomers selected from Components (V-1 ) with one or more 
25 of the nitrogen-containing monomer selected from Components (V-2). The molar ratio of Component (V-1 to Compo- 
nent (V-2) upon copolymerization is optional but is generally within the range of 80 : 20-95 : 5. The polymerization 
method is also optional but may be preferably conducted by radical-solution polymerization of Components (V-1) and 
(V-2) in the presence of a polymerization initiator such as benzoyl peroxide. 

0075] Specific examples ol the viscosity index improver are non-dispersion type- and dispersion 1ype- polymeth- 
30 acrylates, non-dispersion type- and dispersion type- ethylene-a-olefin coplymers and hydrides thereof, polyisobuty- 
lenes and hydrides thereof, styrene-diene hydrogenated copolymers, styrene-maleic anhydride ester copolymers and 

mrn"^ iTrllade possible by blending one or more member selected from these viscosity index improvers lo enhance 
viscosity at elevated temperatures particularly needed by a traction drive fluid tor an automobile and improve the bal- 
35 ance between the viscosity and flowability at low temperatures. 

[0077] Although not restricted, the viscosity index improver may be added to the inventive traction dr.ve fluid m an 
amount of 0.1-20 mass percent, preferably 0.1-10 mass percent. The amount ir excess of 20 mass percent would 
reduce the traction coefficient, while the amount less than 0. 1 mass percent would result in poor effect. 
[0078] The viscosity index improver is used together with the solvent tor the synthesis thereof. In the present mven- 
) AO tion such a solvent is preferably selected from the compounds of the above formulae (1) through (5), isobutene oli- 
oomers and hydrides thereof and the compounds of the above formulae (26) through (31 ). Needless to ment.on, when 
using the solvent selected from the compounds of the above formulae (1) through (5). it is preferred to select the same 
one as the tractant to be used. Similarly, when using the solvent selected from the compounds of the above formulae 
(27) through (32) it is preferred to use one of the compounds preferred with respect to the tractant to be used. 
« 0079] It is necessary to select the molecular weight of the viscosity index improver in view of shear stability. Spe- 
cifically, the dispersion type- and non-dispersion type- polymelhacrylates may be 5,000-150,000, preferably 
5 000-35 000 in number-average molecular weight, while polyisobutylenes and hydrides thereof should be 800-5,000, 
p'referabfo 2 000-4.000 The polyisobulylene and hydrides thereof less than 800 in number-average molecular weight 
would reduce the thickening characteristics and traction coefficient of the resulting iraction drive fluid, wh.le those in 
so excess of 5,000 would deteriorate the shear stability and flowability at low temperatures of the resulting traction drive 

[0080] Among these viscosity index improvers, the ethylene-a-olefin copolymers having a number-average molec- 
ular weight of over 800 and less than 150,000, preferably 3,000-20,000 or hydrides thereof are particularly preferred 
because they are contribute to provide a traction drive fluid excelled in total performances such as enhanced traction 
ss coefficient and excelled flowability at low temperatures and viscosity at elevated temperatures. The ethylenes-olefin 
copolymers and hydrides thereof if less than 800 in number^verage molecular weight would result in a traction drive 
fluid reduced in thickening characteristics and traction coefficient the resulting traction drive fluid and if greater than 
150,000 would deteriorate the shear stability thereof. 
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[0081] Although not restricted, the ethylene component may be contained in the ethylene-a-olefin copolymers or 
hydrides thereol in an amount of preferably 30 -80 mol percent, more preferably 50-80 mol percent. Eligible ct-olefins 
are propylene and 1-butene, the former is more preferred. 

[0082] The traction drive fluid preferably further contains an ashless dispersant and a phosphorus-containing addi- 
tive. Due to the addition of such an ashless dispersant (hereinafter relerred to as Component U) and a phosphorus- 
containing additive (hereinafter referred to as Component P), it becomes possible to provide the inventive traction drive 
fluid with performances such as abrasive resistance characteristics, oxidation stability and detergency which are re- 
quired for a hydraulic pressure controlling mechanism. 

[0083] Component (Q) may be a nitrogen-containing compound, derivatives thereof or a modified product of alkenyl 
succinate imide each having at least one alkyl or alkenyl group having 40-400 carbon atoms in the molecules. One or 
more of these compounds may be added to the inventive traction drive fluid. 

[0084] The alkyl and alkenyl groups may be straight or branched and specifically are branched alkyl and alkenyl 
groups derived from oligomers ol olefins such as propylene, 1-butene and isobutylene or cooligomers of ethylene and 
propylene. 

[0085] The carbon number of the alkyl or alkenyl group is 40-400, preferably 60 -350. The alkyl or alkenyl group if 
less than 40 in carbon number would result in the compound which is poor in solubility to the lubricant base oil and if 
exceeding 400 would deteriorate the flowability of the resulting traction drive fluid. 

[0086] Although not restricted, the nitrogen-containing compound of Component (Q) may contain nitrogen in an 
amount of 0.01-10 mass percent, preferably 0.1 -10 mass percent. 

[0087] Specific examples of Component (Q) are (Q-1 ) succinate imide having in its molecules at least one alkyl or 
alkenyl group of 40-400 carbon atoms or derivatives thereof, (Q-2) benzyl amine having in its molecules at least one 
alkyl or alkenyl group of 40-400 carbon atoms or derivatives thereof and (Q-3) polyamine having in its molecules at 
least one alkyl or aikenyl group of 40-400 carbon atoms or derivatives thereof. 

[0088] Specific examples of the succinate imide (Q-1) may be compounds represented by the formulae 



wherein R 96 is an alkyl or alkenyl group having 40-400. preferably 60 -350 carbon atoms and b is an integer of 1-5, 
preferably 2-4; 



wherein R 97 and R 98 each are an alkyl or alkenyl group having 40-400, preferably 60-350 carbon atoms and c is an 
integer of 0- 4, preferably 1 -3. 

[0089] The succinimide (Q-1) can be classified into mono type succinimide in which succinic anhydride is added to 
one end of polyamine as represented by formula (38) and bis-type succinimide in which succinic anhydrides are added 
to both ends of polyamine as represented by formula (39). Both type of succinimides or mixtures thereof are eligible 
as Component (Q-1 ). 

[0090] Specific examples of benzyl amine (Q-2) are compounds represented by the formula 



R* 6 -C-Ct 





(38) 





(40) 
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wherein R» is an alky I or alkenyl group having 40- 400, preferably 60 -350 carbon aloms and d is an integer of 1-5. 
Dfefersbly 2-4 

[00911 There is no particular limitation imposed on the method of producing the benzyl amine. For example, the 
Unzyl amine may be produced by reacting phenol with polyolefin such as propylene oligomer, polybutene and ethylene- 
a-copolymer to obtain alkylphenol and then subjecting it to Mannich reaction with formaldehyde and polyamine such 
as diethyltriamine; triethylenetetraamine, tetraethylenepentamine and pentaethylenehexamine. 
[0092J Specific examples of the polyamine (Q-3) are compounds represented by the formula 



R 100_ N _ (C H 2 CH 2 NH) e -H (41 ) 

H 

wherein FP°° is an alkyl or alkenyl group having 40-400, preferably 60 -350 carbon atoms and e is an integer of 1-5. 

f009 e 3T b Artnough not restricted, the polyamine may be produced by chloridizing propylene oligomer polybutene and 
ethylene-a-copolymer to obtain alkylphenol, followed by the reaction thereof with ammonia and polyamine such as 
diethyltriamine. triethylenetetraamine, tetraethylenepentamine and pentaethylenehexamine. 
[0094] The derivative of the nitrogen-containing compound as exemplified for Component (Q) may be an acid-mod- 
ified compound obtained by allowing the above-described nitrogen-containing compound to react with monocarboxylic 
acid (aliphatic acid) having 2-30 carbon atoms or polycarboxylic acid having 2 -30 carbon atoms such as oxalic acid, 
phthalic acid, trimellitic acid and pyromellitic acid to neutralizing the whole or part of the remaining ammo andfor .rn.no 
qroups- a boron-modified compound obtained by allowing the above-described nitrogen-containing compound to react 
with boric acid to neutralizing the whole or part of the remaining amino and/or imino groups; a sulfur-modified compound 
obtained by allowing the above-described nitrogen-containing compound to react with sulfur, and a compound obtained 
by combining more than two of the above modifications. . , . 

[0095] Although not restricted. Component (Q) may be contained in an amount of 0.01-10.0 we.ght percent, prefer- 
ably 01-70 weight percent, based on the total composition. Contents of Component (Q) if less than 0.01 mass percent 
would be less effective in detergency and if in excess of 10.0 mass percent would extremely detenorate the flowab.lrty 
of the resulting traction drive fluid. . e . 

[0096] Component (P) may be alkyldithio zinc phosphate, phosphonc acid, phosphorous acid, phosphonc mo- 
noesters, phosphoric diesters. phosphoric triesters, monophosphites, diphosphites. triphosphrtes and salts of these 
esters and amines or alkanol amines. Components (P) are esters having a C 3 - C 18 alkyl and/or a.kenyl group and/or 
aromatics such as phenyl and toluylic groups except for the phosphoric acid and phosphorus acid. 
[0097] These Components (P) may be used singular or in combination. 

[0098 Although not restricted. Component (P) may be added in an amount of 0.005 - 0.2 we.ght percent in terms of 
phosphorus atom. Contents less than 0.005 weight percent would be no eflect in abrasion resistance, while contents 
exceeding 0.2 would result in a deterioration in oxidation stability. 

[00991 According to the invention, the traction drive fluid preferably further contains a friction-adjusting agent. The 
fiction-adjusting agent is a compound having its molecules at least one alkyl or alkenyl group having 6-30 carbon atoms 
but no hydrocarbon groups of more than 31 carbon atoms. Due to the addition of the f riction-adjustrng agent (hereinafter 
refened to as Component S). it becomes possible to obtain a traction drive fluid optimized in friction characteristics. 
[0100] The alkyl and alkenyl groups of the compound (Component (S)) may be straight or branched but preferred 
are compounds having these groups of 6-30. preferably 9-24 carbon atoms. Departures from the range of the specified 
carbon number would deteriorate the wet-type clutch in friction characteristics. 

[01011 Specific examples of the alkyl and alkenyl groups are an alkyl group such as straight or branched hexyl 
straight or branched heptyl. straight or branched octyl. straight or branched nonyl, straight or branched decy straight 
or branched undecyl. straight or branched dodecyl, straight orbranchedtridecyl, straight or branched tetradecyl, straight 
or branched pentadecyl, straight or branched hexadecyl. straight or branched heptadecyl. straight or branched octa- 
decyl. straight or branched nonadecyl. straight or branched eicosyl. straight or branched heneicosyl. straight or 
branched docosyl. straight or branched tricosyl, straight or branched tetracosyl. straight or branched Pentacosyl 
straight or branched hexacosyl. straight or branched heptacosyl. straight or branched octacosyl. straight or branched 
nonacosyl and straight or branched triacontyl groups; and an alkenyl group such as straight or branched hexeny . 
straight or branched heptenyl. straight or branched octenyl. straight or branched nonenyl. straight or branched decenyl 
straight or branched undecenyl. straight or branched dodecenyl. straight or branched tridecenyl, straight or branched 
tetradeceny I. straight or branched pentadecenyl. straight or branched hexadecenyl. straight or branched heptadecenyl, 
straight or branched octadecenyl. straight or branched nonadecenyl. straight or branched eicosenyl, straight or 
branched heneicosenyl, straight or branched docosenyl. straight or branched tricosenyl. straight or branched tetra- 
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cosenyl, straight or branched pentacosenyl, straight or branched hexacosenyl, straight or branched heplacosenyl. 
straight or branched octacosenyl, straight or branched nonacosenyl and straight or branched triacontenyl groups. 
[0102] Friction-adjusting agents if having more than 31 carbon atoms would deteriorate the friction characteristics 
of a wet-type clutch. 

[0103] Specific examples of the friction -adjusting agent (Component (S)) are preferably one or more compounds 
selected from: 



(S-1) an amine compound having at least one alkyl or alkenyl group of 9-30 carbon atoms and having no hydro- 
carbon groups of more than 31 carbon atoms, or derivatives thereof; 

(S-2) a phosphorus compound having at least one alkyl or alkenyl group of 9-30 carbon atoms and having no 
hydrocarbon groups of more than 31 carbon atoms, or derivatives thereof; and 

(S-3) the amide or metallic salt of a fatty acid having at least one alkyl or alkenyl group of 9-30 carbon atoms and 
having no hydrocarbon groups of more than 31 carbon atoms, or derivatives thereof. 

[0104] Specific examples of the amine compound (S-1) are aliphatic monoamines of the formula 

ioi „(R 1W 0)-K"» 
R — N 

V^O)*— R 105 ( 4 2) 



or alkyleneoxide adducts thereof; aliphatic polyamines of the formula; 



R 106 — (NHR ,u/ )h — N v 



107 v , 



AW 



(43) 



and imidazolyne compounds of the formula 



(44). 



[0105] In formula (41 ). R 101 is a C 9 - C 30 , preferably C„ - C 24 alkyl or alkenyl group, R 102 and R 103 each are ethylene 
or propylene group, R 104 and R 105 each are a hydrogen atom or a G, - C 30 hydrocarbon group, f and g each are an 
integer of 0-10, preferably 0-6 and f + g = 0-10, preferably 0-6. 

[0106] In formula (42), R 106 is a Cg - C30, preferably - C24 alkyl or alkenyl group, R 10 ^ is an ethylene or propylene 
group, R 1 08 and R 109 each are a hydrogen atom or a C, - hydrocarbon group and h is an integer of 1 -5, preferably 
1-4. 

[0107] In formula (43), R 110 is a C 9 - C 30 , preferably C„ - C 24 alkyl or alkenyl group, R 111 is ethylene or propylene 
group, R 112 is a hydrogen atom or a C 1 - C 30 hydrocarbon group and i is an integer of 0-10, preferably 0-6. 
[0108] The alkyl and alkenyl groups for R 101 , R 106 and R 110 may be straight or branched but should have 6-30, 
preferably 9-24 carbon atoms. Departures from the specified range of carbon atoms would result in a traction drive 
fluid deteriorating the friction characteristics for a wet-type clutch. 

[0109] Specific examples of the alkyl and alkenyl groups for R 101 f R 105 and R 110 are the above-mentioned various 
alkyl and alkenyl groups among which particularly preferred are C 12 - C 18 straight alkyl and alkenyl groups such as 
laulyl, myristyl, palmityl, stearyl and oleyl groups. 

[0110] Specific examples for R 104 , R 105 . R 108 , R 1 09 and R 11 2 are a hydrogen atom and an alkyl group, such as methyl, 
ethyl, isopropyl, n-butyl, sec-butyl, tert-butyl, straight or branched pentyl; straight or branched hexyl, straight or 
branched heptyl, straight or branched octyl, straight or branched nonyl, straight or branched decyl, straight or branched 
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undecyl straight or branched dodecy I. straight or branched tridecyl, straight or branched tetradecyl. straight or branched 
pentadecyl, straight or branched hexadecyl, straight or branched heptadecyl. straight or branched octadecyi, straight 
or branched nonadecyl, straight or branched eicosyl. straight or branched heneicosyl, straight or branched docosyl. 
straight or branched tricosyl, straight or branched tetracosyl, straight or branched pentacosyl, straight or branched 

5 hexacosyl straight or branched heptacosyl, straight or branched octacosy I, straight or branched nonacosyl and straight 
or branched triacontyl groups; an alkenyl group such as straight or branched butenyl, straight or branched pentenyl, 
straight or branched hexenyl, straight or branched heptenyl, straight or branched octenyl, straight or branched nonenyl, 
straight or branched decenyl, straight or branched undecenyl, straight or branched dodecenyl, straight or branched 
tridecenyl, straight or branched tetradecenyl, straight or branched pentadecenyl. straight or branched hexadecenyl, 

10 straight or branched heptadecenyl, straight or branched octadecenyl, straight or branched nonadecenyl, straight or 
branched elcosenyl, straight or branched heneicosenyl, straight or branched docosenyl, straight or branched tncosenyl. 
straight or branched tetracosenyi, straight or branched pentacosenyl, straight or branched hexacosenyl, straight or 
branched heptacosenyl, straight or branched octacosenyl, straight or branched nonacosenyl and straight or branched 
triacontenyl groups; aC 5 -C 7 cycloalkyl group such as cydopentyl, cyclohexyl and cycloheptyl groups; a C 6 - C„ 

is alkylcycloalkyl group such as methylcyclopentyl, dimethylcyclopentyl (including all structural isomers ), methyl ethylcy- 
clopentyl (including all structural isomers ), diethylcyclopentyl (including all structural isomers ). methylcydohexyl, 
dimethylcyclohexyl (including all structural isomers ), methylethylcyclohexyl (including all structural isomers ), diethyl- 
cyclohexyl (including all structural isomers ), methylcycloheptyl, dimethylcycloheptyl (including all structural isomers), 
methylethylcycloheptyl (induding all structural isomers) and diethylcycloheptyl (including all structural isomers) groups; 

20 an aryl group such as phenyl and naphtyl groups; a C 7 - C, 8 alkylaryl group such as tolyl (including all structural isomers) 
xylyl (including all structural isomers), ethylphenyl (including all structural isomers), straight or branched propylphenyl 
(including all structural isomers), straight or branched butylphenyl (including all structural isomers), straight or branched 
pentylphenyl (induding all structural isomers ), straight or branched hexylphenyl (including all structural isomers), 
straight or branched heptylphenyl (including all structural isomers), straight or branched octylphenyl (including all struc- 

25 tural isomers), straight or branched nonylphenyl (induding all structural isomers), straight or branched decylphenyl 
(including all structural isomers), straight or branched undecylphenyl (induding all structural isomers) and straight or 
branched dodecylphenyl (including all structural isomers) groups; and a C 7 - C 12 arylalkyl group such as benzyl, phe- 
nylethyl, phenylpropyl (induding an isomer of propyl ) , pheny Ibutyl (including an isomer of butyl), pheny Ipentyl (induding 
an isomer of pentyl) and phenylhexyl (including an isomer of hexyl) groups. 

so [0111] In view of imparting good friction characteristics to a wet-type clutch, preferred aliphatic monoamines repre- 
sented by formula (41) or alkyleneoxide adduct thereof are those of formula (42) wherein R 104 and R 105 each are a 
hydrogen atom or a C, - C 6 alky! group and f = g = 0 and alkyleneoxide adduct of monoamine of formula (42) wherein 
rim anc j ri 05 eac h are a hydrogen atom and f and g each are an integer of 0-6 and f + g = 1 -6. 
[01 12] In view of imparting good f ricton characteristics to a wet-type clutch, preferred aliphatic polyamines of formula 

35 (43) are those represented by formula (43) wherein R 10e and R 109 each are a hydrogen atom or a C n - C 6 alkyl group. 
[011 3] In view of imparting good friction characteristics to a wet-type clutch, preferred imidazoline compound of for- 
mula (44) are those represented by formula (43) wherein R 112 is a hydrogen atom or a C, - C 6 alkyl group. 
[0114] The derivatives of the amine compound (S-1) may be (1) an acid-modified compound obtained by allowing 
the above-described amine compound of formula (42), (43) or (44) to react with monocarboxylic acid (aliphatic acid) 

40 having 2-30 carbon atoms or polycarboxylic acid having 2-30 carbon atoms such as oxalic acid, phthalic acid, tnmellitic 
acid and pyromeilitic acid to neutralizing the whole or part of the remaining amino and/or imino groups; (2) a boron- 
modified compound obtained by allowing the amine compound of formula (42), (43) or (44) to react with boric acid to 
neutralizing the whole or part of the remaining amino and/or imino groups; (3) a salt of phosphate obtained by allowing 
the amine compound of formula (42). (43) or (44) to react with add phosphate or acid phosphite each having in its 

45 molecules one or two C n - C 30 hydrocarbon with no hydrocarbons of more than 31 carbon atoms and having at least 
one hydroxyl group to neutralize the whole or part of the remaining amino or imino group; (4) alkyleneoxide adducts 
of an amine compound obtained by allowing the amine compound of formula (43) or (44) to react with an alkyleneoxide 
such as ethylene oxide and propylene oxide; and (5) a modified product of amine compound obtained by combining 
more than two members selected from the acid-modified compound, the boron-modified compound and the salt of 

so phosphate. 

[01 1 5] Specific examples of the amine compound (S-1 ) and derivatives thereof are amine compounds such as lauryl 
amine, lauryl diethylamine, lauryl diethanolamine, dodecy Idipropanolamine, palmityl amine, stearylamine, stearyltetra- 
ethylenepentamine. oleylamine, oleylpropylenediamine, ol eyl diethanolamine, N-hydroxyethyloleylimidazolyne; al 
kyleneoxide adducts thereof; salts of these amine compounds and add phosphate (for example di-2-ethyIhexylphos- 
55 phate) or phosphite (for example 2-ethylhexylphosphite); a boric acid-modified product of these amine compounds, 
alkyleneoxide adducts of these amine compounds or phosphites of these amine compounds; and mixtures thereof. 
[0116] Specific examples of the phosphorus compound (S-2) are phosphates represented by the formula 
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X 2 R m 

R ll V-£-xV ,i 



(45) 



wherein R 113 is a C 6 - C 30 , preferably C 9 - C 2 4 atkyl or alkenyl group, R 114 and R 115 each are a hydrogen atom or a 
C n - C 30 hydrocarbon group and X 1 , X 2 , X 3 and X 4 each are an oxygen or suifur atom provided that at least one of X 1 
through X 4 is an oxygen atom; and phosphites represented by the formula 

wherein R 118 is a C 6 - C 30 , preferably C 9 - C 24 alkyl or alkenyl group, R 117 and R 116 each are a are a hydrogen atom 
or a C n - C 30 hydrocarbon group and X 5 , X 6 and X 7 each are an oxygen or sulfur atom provided that at least one of X s 
through X 7 is an oxygen atom. 

[0117] The alkyl or alkenyl group for R 113 and.R 116 may be straight or branched but should have 6-30, preferably 
9-24 carbon atoms. 

[01 1 8] Departures form the above-specified range of carbon number would lead to the production of a traction drive 
fluid deteriorated in friction characteristics for a wet-type dutch. 

[0119] Specific examples of the alkyl and alkenyl groups are the above-mentioned various alkyl and alkenyl groups 
among which particularly preferred are C 12 - C 15 straight alkyl and alkenyl groups such as lauryl, myristyl, palmityl, 
stearyl and oleyl groups in view of imparting the resulting traction drive fluid with an excellent friction characteristics 
for a wet-type clutch. 

[0120] Specific examples of the groups for R 114 , R 11S , R 117 and R 118 are a hydrogen atom, an alkyl group such as 
methyl, ethyl, n-propyl, isopropyl, n-butyl, isobutyl, sec-butyl, tert-butyl, straight or branched pentyl, straight or branched 
hexyl, straight or branched heptyl, straight or branched octyl, straight or branched nonyl, straight or branched decyl, 
straight or branched undecy I, straight or branched dodecyl, straight or branched tridecy I, straight or branched tetradecy I, 
straight or branched pentadecyl, straight or branched hexadecyl, straight or branched heptadecyl, straight or branched 
octadecyl, straight or branched nonadecyl, straight or branched eicosyl, straight or branched heneicosyl, straight or 
branched docosyl, straight or branched tricosyl, straight or branched tetracosyl, straight or branched pentacosyl, 
straight or branched hexacosyl, straight or branched heptacosyl, straight or branched octacosyl, straight or branched 
nonacosyl, and straight or branched triacontyl groups; an alkenyl group such as straight or branched butenyl, straight 
or branched pentenyl, straight or branched hexenyl, straight or branched heptenyl, straight or branched octenyl, straight 
or branched nonenyi, straight or branched decenyl, straight or branched undecenyl, straight or branched dodecenyl, 
straight or branched tridecenyl, straight or branched tetradecenyl, straight or branched pentadecenyl, straight or 
branched hexadecenyl, straight or branched nonadecenyl, straight or branched eicocenyl, straight or branched henel- 
cocenyl, straight or branched dococenyl, straight or branched tricocenyl, straight or branched tetracocenyl, straight or 
branched pentacocenyl, straight or branched hexacocenyl, straight or branched heptacoceny), straight or branched 
octacocenyl, straight or branched nonacocenyl and straight or branched triacontenyl groups; a C 5 -C 7 cycloalkyl group 
such as cyclopentyl. cyclohexyl and cycloheptyl groups; a C 6 -C 17 alkylcycloalkyl group such as methylcyclopentyl. 
dimethylcyd opentyl (including all structural isomers), methylethylcyclopentyl (including all structural isomers), diethyl- 
cyclopentyl (including all structural isomers), methylcyclohexyl, dimethylcyclohexyl (including ail structural isomers), 
methylethylcyclohexyl (including all structural isomers ), diethylcyclohexyl (including all structural isomers), methylcy- 
cloheptyl, dimethylcycloheptyl (Including all structural isomers), methylethylcycloheptyl (including all structural 
isomers ) and diethylcycloheptyl (including all structural isomers ) groups; an aryl group such as phenyl and naphtyl 
groups; a C 7 - C 16 atkylaryl group such as tolyl(including all structural isomers), xylyl (including all structural isomers ), 
ethylphenyl (including all structural isomers), straight or branched propylphenyl (including ail structural isomers), 
straight or branched butylphenyl (including all structural isomers), straight or branched pentylphenyl (including all struc- 
tural isomers), straight or branched hexylphenyl (including all structural isomers), straight or branched heptylphenyl 
(including all structural isomers), straight or branched octylphenyl (including all structural isomers), straight or branched 
nonylphenyl (including all structural isomers), straight or branched decylphenyl (including all structural isomers), 
straight or branched undecylphenyl (including all structural isomers) and straight or branched dodecylphenyl (including 
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all struclural isomers) groups; a C 7 - C 12 arylalkyl group such as benzyl, phenylethyl. phenylpropyl (including isomers 
of propyl group), phenylbutyl (including isomers of butyl group), phenylpentyl (including isomers of pentyl group) and 

phenylhexyl (including isomers of a hexyl group) groups. 

[01211 In view of imparting the resulting traction drive fluid with excellent friction characteristics tor a wet-type dutch 
Preferred phosphorus compounds (S-2) are acid phosphate represented by formula (45) wherein at least one o\ R 
and R" 5 is an hydrogen atom. Specific examples of the derivatives of (S-2) compound are salts obtained by allowing 
the acid phosphite of formula (45) wherein at least either one of R»< and R"* is a hydrogen atom or the acid phosphite 
of formula (46) wherein at least one of Ri"and f 118 is a hydrogen atom to react with a nitrogen-containing compound 
such as ammonia or an amine compound having in its molecules only a C, - C e hydrocarbon group or hydroxyl-con- 
taininq hydrocarbon group to neutralize the whole or part of the remaining add hydrogen. _ 
[0122] Such a nitrogen^ontaining compound may be exemplified by ammonium; alkylamine of wh.ch alky group 
may be straight or branched such as monomethylamine. monoethylamine. monopropylamine. monobutytam.ne. 
monopentylamine, monohexylamine. monoheptylamine. monooctylamine. dimethylamine. methylethylamine, diethyl- 
amine, methylpropylamine, ethylpropylamine. dipropylamine, methylbutylamine. ethylbutylamine. propylbuty amine 
dibutylamine. dipentylamine. dihexylamine. diheptylamine and dioctylamine; an alkanolamine (an alkanol group thereof 
may be straight or branched) such as monomethanolamine. monoethanolamine. monopropanolamme. monobu- 
tanolamine. monopentanolamine. monohexanolamine. monoheptanolamine. monooctanolamme; mononona- 
nolamine. dimethanolamine. methanolethanolamine. diethanolamine. methanolpropanolamine. ethano propa- 
nolamine, dipropanolamine, methanolbutanolamine, ethanolbulanolamine. propanolbutanolamine. dfoutanolamine, 
dipentanolamine, dihexanolamine, diheptanolamine and dioctanolamine; and mixtures thereof. 
[01231 In view of imparting the resulting traction drive fluid with excelled friction characteristics for a wet-type clutch, 
particularly preferred phosphorus compounds and derivatives thereof (S-2) are monolauryl phosphate, dilauryl phos- 
phate monostearyl phosphate, distearyl phosphate, monooleyl phosphate, dioleyl phosphate, monolauryl phosphate, 
dilauryl phosphite, monostearyl phosphite, distearyl phosphite, monooleyl phosphite, dioleylphosphite, monolauryl thi- 
ophosphate. dilauryl thtophosphate, monostearyl thiophosphate. dislearyl thiophosphate. monooleyl thiophosphate, 
dioleyl thiophosphate. monolauryl thiophosphate, dilauryl thiophosphite. monostearyl thiophosphrte. distearyl thiophos- 
phite. monooleyl thiophosphite. dioleyl thiophosphite; amine salts (mono2-ethylhexylamine salts) of these phosphate, 
phosphite, thiophosphate and thiophosphite; and mixtures thereof. 

[01241 The fatty acid of the fatty amide or fatty metal salt (S-3) may be straight or branched and saturated or unsatu- 
rated fatty acid but the alkyl and alkenyl groups should have 6-30, preferably 9-24 carbon atoms The fatly acid if having 
the alkyl or alkenyl group of less than 6 carbon atoms or greater than 30 would deteriorate the friction charactenst.cs 

roiMT 1 Specific Samples of the fatty acid are saturated fatty acid such as straight or branched heptanoic acid, straight 
or branched octanonic acid, straight or branched nonanoic acid, straight or branched decanoic acid, straight or 
branched undecanoic acid, straight or branched dodecanoic acid, straight or branched tridecanoic acid, straight or 
branched tetradecanoicacid. straigntor branched pentadecanoic add. straight or branched hexadecanoic acid, straight 
or branched heptadecanoic acid, straight or branched octadecanoic acid, straight or branched nonadecanoic acid, 
straight or branched icosanoic acid, straight or branched henicosanoic acid, straight or branched docosano.c acid, 
straight or branched tricosanoic acid, straight or branched telracosanoic acid, straight or branched pentacosanoic acid, 
straight or branched hexacosanoic acid, straight or branched heptacosanoic acid, straight or branched octacosano.c 
acid straight or branched nonacosanoic acid and straight or branched triacontanoic acid; and unsaturated aliphatic 
acid' such as straight or branched heptanoic acid, straight or branched octenoic arid, straight or branched nonenoic 
aicd straight or branched decencic acid, straight or branched undecenoic acid, straight or branched dodecenoic acid, 
strai'gnt or branched tridecenoic acid, straight or branched tetradecenoic acid, straight or branched pentedeceno.c 
acid straight or branched hexadecenoic acid, straight or branched heptadecenoic acid, straight or branched octade- 
cenoic acid straight or branched nonadecenoic acid, straight or branched eicosenoic add. straight or branched henei- 
cosenoic acid, straight or branched docosenoic acid, straight or branched tricosenoic acid, straight or branched tetra- 
cosenoic acid, straight or branched pentasenoic acid, straight or branched hexacosenoic acid, straight or branched 
heptacosenoic acid, straight or branched octaccsenoic add, straight or branched nonacosenoic acid and straight or 
branched triacontenoic acid. In view of superior friction characteristics imparted to a wet-type clutch, particularly pre- 
ferred fatty acids are straight fatty acids derived from various types of fats and oils such as launc acid, mynsttc acid 
palmitic acid, stearic acid and oleic acid and mixtures of straight aliphatic acid and branched aliphatic acid obta.ned 

by oxo synthesis. . . 

[01 26] The fatty acid amide referred to as (S-3) may be amide obtained by reacting a nitrogen-containing compound 
such as ammonia and an amine compound having its molecules a C, - C 8 hydrocarbon group or hydrocarbon group 
having hydroxy! groups with the above-described fatty acid or the acid chloride thereof. 

[0127] Specific examples of such a nitrogen-containing compound are ammonia; alkylamine (the alkyl group may 
be straight or branched) such as monomethylamine. monoethylamine, monopropylamine, monobutylamine. 
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monopentylamine, monohexylamine, monohepty famine monooctylamine, dimethylamine, methylethylamine. diethyl- 
amine, methylpropylamine. ethyipropylamine, dipropylamine, methylbutylamine, ethylbutylamine, propylbutylamine, 
dibutylamine, dipentylamine, dihexylamine, diheptylamine and dioctylamine; and aikanolarnine (the alkanol group may 
be straight or branched) such as monomethanolamine, monoethanolamine, monopropanolarnine, monobutanolamine, 
monopentanolamine, monohexanolamine, monoheptanolamine, monooctanolamine, monononanolamine, dimeth- 
anolamine, methanolethanolamine, diethanolamine, methanol propanolamine, ethanolpropanolamine, dipropa- 
nolamine, methanolbutanolamine, ethanolbutanolamine, propanolbutanolamine, dibutanolamine, dipentanolamine, di- 
hexanolamine, diheptanolamine and dioctanolamine. 

[01 28] In view of imparting a superior friction characteristics for a wet-type clutch, specific examples of the fatty acid 
amide (S-3) are lauric acid amide, lauric acid diethanolamide, lauric monopropanolamiae, myristic acid amide, myristic 
acid diethanolamide, myristic acid monopropanolamide, palmitic acid amide, palmitic acid ethanolamide. palmitic acid 
monopropanolamide, stearic acid amide, stearic acid diethanolamide, stearic acid monopropanolamide, oleic acid 
amide, oleic acid diethanolamide, oleic add monopropanol amide, coconut oil fatty amide, coconut oil fatty acid dieth- 
anolamide, coconut oil fatty monopropanolamide, C 12 - C 13 synthetic mixed fatty amide, C 12 - C 13 synthetic mixed fatty 
diethanolamide, C 12 - C 13 synthetic mixed fatty monopropanolamide and mixtures thereof. 

[0129] The fatty metallic salt (S-3) may be exemplified by alkaline earth metals of the above-exemplified fatty acids 
such as magnesium salt and calcium salt and 2inc salt. 

[0130] In view of imparting superior friction characteristics to a wet-type clutch, particularly preferred fatty metallic 
salts (S-3) are calcium laurate, calcium myristate, calcium palmitate, calcium stearate, calcium oleate, coconut oil fatty 
acid calcium, C 12 - C 13 synthetic mixed fatty acid calcium, zinc laurate. zinc myristate, zinc palmitate, zinc stearate, 
zinc oleate, coconut oil fatty zinc, C 12 -C 13 synthetic mixed fatty zinc and mixtures thereof. 

[0131] Any one or more members arbitrary selected from the above-described Components (S) may be added to 
the inventive traction drive fluid in any suitable amount as long as they do not adversely affect the other performances 
of the resulting fluid such as oxidation stability. Since in order to improve the durability of friction characteristics, it is 
necessary to avoid Component (S) from deterioration leading to a deterioration in friction characteristics, the addition 
of a large amount of Component (S) is effective for an improvement in durability of the friction characteristics. However, 
too large amount of Component (S) would reduce static coefficient of friction which is required to be high so as to 
maintain the coupling of a wet-type dutch. The amount of Component (S) is thus limited. 

[0132] In the case where there arises a necessity of adding Component (S) in an amount more than such limit so 
as to improve the durability of friction characteristics, there may be added an additive (Component Y) enhancing friction 
coefficient. 

[0133] Component (Y) referred herein may be exemplified by the following compounds: 

(Y-1 ) a compound having the same polar groups as those of Component (S) in the same molecule and the lipophilic 
group which is a hydrocarbon group having less than 100 carbon atoms; and 

(Y-2) a nitrogen-containing compound (succinimide- and succinamide-compounds) or a compound obtained by 
modifying the nitrogen-containing compound with a boron compound or a sulfur compound. 

[0134] The inventive traction drive fluid is preferably added with a metallic detergent as well. Due to the addition of 
such a detergent (Component (T)), it becomes possible to optimize the friction characteristics of a wet-type dutch and 
restrict a reduction in strength thereof which reduction is caused by pressure being applied repeatedly. 
[0135] Preferred metallic detergents are basic metallic detergents of 20-450 mgKOH/g, preferably 50-400 mgKCH/ 
g in total base number. The term "total base number" referred herein designates total base number measured by 
perchloric acid potentiometric titration method in accordance with section 7 of JIS K2501 "Petroleum products and 
lubricants-Determination of neutralization number". 

[0136] Metallic detergents if less than 20 mgKOH/g in total base number would be less effective in inhibiting the 
parts of a wet-type dutch from being reduced in strength due to the repeated compression applied thereto and if ex- 
ceeding 450 mgKOH/g would be unstable in structure, leading to a deterioration in the storage stability of the resulting 
composition. 

[0137] Component (T) may be one or more member selected from the following metal detergents: 

(T-1) alkaline earth metal sulfonate of 20-450 mgKOH/g in total base number; 
(T-2) alkaline earth metal phenate of 20-450 mgKOH/g in total base number; and 
(T-3) alkaline earth metal salicylate of 20-450 mgKOH/g in total base number. 

[01 38] Preferred alkaline earth metaJ sulfonate referred to as Component (T-1 ) may be alkaline earth metal salts of 
alkyl aromatic sulfonic acid obtained by sulfonating an alkyl aromatic compound having a molecular weight of 
100-1,500, preferably 200-700. Particularly preferred are magnesium sulfonate and/or calcium sulfonate. The alkyl 
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aromatic sulfonic acid may be petroleum sulfonic acid and synthetic sulfonate acids. 

[01391 The petroleum sulfonic acid may be mahogany acid obtained by sulfonating the alkyl aromatic compound 
contained in the lubricant fraction of mineral oil or by-produced upon the production of white oil. The synthetic sulfonic 
acid may be those obtained by sulfonating alkyl benzene having a straight or branched alkyl group, which may be by- 

s produced from a plant for producing alkyl benzene used as material of detergents, or sulfonating dinonylnaphthalene. 
Although not restricted, there may be used fuming sulfuric acid and sulfuric acid as a sulfonating agent. 
[0140] The alkaline earth metal phenate referred to as (T-2) may be alkaline earth metal salts of alkylphenol having 
at least one straight or branched alkyl group of 4-30. preferably 6-18 carbon atoms, alkylphenolsulfide obtained by 
reacting the alkylphenol with elementary sulfur or a product resulting from Mannich reaction of the alkylphenol and 

to formaldehyde. Particularly preferred are magnesium phenate and/or calcium phenate. 

[0141] The alkaline earth metal salicylate referred to as Component (T-3) may be alkaline earth metal salts of alkyl 
salicylic acid having at least one straight or branched alkyl group of 4-30, preferably 6-18 carbon atoms. Particularly 
preferred are magnesium salicylate and/or calcium salicylate. 

[01421 Components (T-1), (T-2) and (T-3) which are preferably 20-450 mgKOH/g in total base number may mdude 
is normal salts obtained by directly reacting alkyl aromatic sulfonic acid, alkylpehnol, alkylpehnol sulfide, the Mannich 
reaction product thereof or alkyl salicylic add with the oxide or hydride of the alkaline earth metals or by substituting 
any of these compounds having been converted to alkaline earth metal salts such as sodium salt or potass.um salt 
with the alkaline earth metal salt. Furthermore, Components (T-1). (T-2) and (T-3) may be basic salts obtained by 
heating the normal salt and an alkaline earth metal salt or alkaline earth metal base (hydrides or oxides of an alkaline 
20 earth metal) in an excess amount in the presence of water and ultrabasic salts obtained by reacting the normal salt 
with an alkaline earth metal base in the presence of carbon dioxide. 

[01 43] These reactions may be carried cut in a solvent, for example an aliphatic hydrocarbon solvent such as hexane, 
an aromatic hydrocarbon solvent such as xylene and a light lubricant base oil. Commercially available metallic deter- 
gents are usually diluted with a light lubricant base oil. It is preferred to use metallic detergents containing metal in an 

2S amount of 1.0-20 mass percent, preferably 2.0-16 mass percent. 

[0144] Although not restricted, one or more of Components (T) may be added in an amount of 0.01 -5.0 mass percent, 
preferably 0 05-4.0 mass percent. The amount of Component (T) if less than 0.01 mass percent would not be effective 
in inhibiting a wet-type clutch from being reduced in strength due to repealed compression and if greater than 5.0 mass 
percent would reduce the oxidation stability of the resulting composition. 

so [0145] With the above-described Components (Q). (P). (T) and (S). the inventive traction drive fluid can be imparted 
with wear resistance, oxidation stability and detergency needed tor a hydraulic controlling mechanism and friction 
characteristics for a wet-type clutch needed for a friction characteristics controlling mechanism as well as the capably 
of providing ihe wet-type clutch with strength against repeatedly applied compression force. For the purpose of further 
enhancing these capabilities and improving the durability against nonferrous metals such as copper materials as wen 

3S as durability of resins such as nylon, the inventive traction drive fluid may be added with antioxidants, extreme pressure 
agents, corrosion inhibitors, rubber swelling agents, antifoamers and colorants. These additives may be used singly 

or in combination. «a^i.Hj.iM 
[01 46] Antioxidants may be phenol-based or amine-based compounds such as alkylphenols such as 2-6.di-tert-butyl- 
4-methylphenol. bisphenols such as methyiene-4. 4-bisphenol (2,6-di-tert-butyl-4-methylphenol). naphtylamines such 

40 as phenyl- a-naphtylamine. dialkyldiphenylamines. zinc dialkyldithiophosphates such as zinc di-2-ethylhexylc,th.ophos. 
phate. esters of 3,5-di-tert-butyl-4-hydroxyphenyl fatty acid (propionic acid) with a mono- or polyhydric alcohol such 
as methanol, octadecanol. 1,6 hexanediol. neopentyl glycol, thiodiethylene glycol, triethylene glycol or pentaerythntal. 
[0147] One or more of these compounds is preferably added in an amount of 0.01-5.0 mass percent. 
[01 48] Extreme pressure additives may be sulfur-containing compounds such as disulfides, olefin sulfides and sul- 

4S furized lats and oils. One or more of these compounds is preferably added in an amount of 0.1-5.0 mass percent. 

[0149] Corrosion inhibitors may be benzotriazoles, tolyltriazoles. thiodiazoles and imidazoles. One or more of these 
compounds is preferably added in an amount of 0.01 -3.0 mass percent. 

[01 50] Antifoamers may be silicones such as dimethylsilicone and tluorosilicone. One or more of these compounds 
is preferably added in an amount of 0.001-0.05 mass percent. 
so [0151] Colorants may be added in an amount of 0.001 -1.0 mass percent. 

[01 52] The invention will be further described by way of the following examples which are provided only for illustrative 
purposes. 
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Examples 

Naphthenic Hydrocarbon Tractant Drive Fluid A 

[0153] There were prepared five types of traction drive fluids using the following formulations. Each of the traction 
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drive fluids was measured of the traction coefficient and Brookfield viscosity at -30 °C. The results are shown in Table 1 
[0154] Traction drive fluids A-1 through A-4 were naphthenic hydrocarbons (A) according to the invention. Traction 
coefficient was measured using a four roller traction coefficient testing machine. The test was conducted at a peripheral 
velocity ot 3.14 m/s, an oil temperature of 100 °C, a maximum Hertzian contact pressure of 1.49 GPa and a slip ratio 
s of 2%. 

Component A-1 : 1,1 dicyclohexylethane 

Component A-2 : 1 -(3,4-dimethyicyclohexyl) - 1 -cyclohexylethane 
Component A-3 : 1 - (4-methylcyclohexyl) - 1 -cyclohexylethane 
10 Component A-4 : 1 -(2,4-dimethylcyc!ohexyI)-1 -cyclohexylethane 

Component A-5 : 1 - (2 ,5-dimethylcyclohexyl)- 1 -cyclohexylethane 
Component F : isobutenoligomer (number-average molecular weight : 330) 

[01 55] Component A-2 was prepared as follows: 

15 [0156] A 2 liter flask was charged with 1,200 g of o-xylene and 150 g of sulfuric acid and cooled Irom the outside 
with ice. followed by addition ol the mixture of 500 cc of styrene and 400 cc of o-xylene while stirring. During this 
procedure, the reaction temperature was maintained at below 1 0 °C. After one-hour stirring, the reaction was complet- 
ed. The resulting product was washed with a NaOH aqueous solution and then with water. The product was then 
dehydrated and subjected to vacuum distillation thereby obtaining a styrene adduct of xylene. One liter of this adduct 

20 was placed into a 2 liter autodave and added with 30 g of nickel/diatomaceous earth catalyst. The mixture was hydro- 
genated at a temperature of 170 °C and hydrogen pressure of 70 atm thereby obtaining the intended product. 
[0157] In the method similar to the foregoing, Components A-3 through A-5 were synthesized. Component A-1 was 
obtained by hydrogenating a commercially available 1,1 diphenylethane. 

25 Table 1 
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Traction Coefficient 


Brookfield Viscosity @ -30°C 
mPa«s 


Brookfiled Viscosity @-40°C 
mPa-s 


Fluid A-1 


Component A-1 


0.070 


110 


Solidified 


Fluid A-2 


Component A-2 


0.080 


1600 


5900 


Fluid A-3 


Component A-3 


0.070 


160 


550 


Fluid A-4 


Component A-4 


0.083 


1800 


15400 


Fluid A-5 


Component A-5 


0.085 


4400 


61700 


Fluid 1 


Component F 


0.061 


4500 


31500 



[0158] 2-methyl-2,4-dimethylcyclohexylpentane was used as a synthetic base oil (Component B-3). Traction coeffi- 
cient and Brookield viscosity at -30 °C were measured for Fluids A-5 through A-7 and Fluids 1 -4 prepared in accordance 
40 with the formulations shown in Table 2. The results are also shown in Table 2. 
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Blend Ratio % 


Traction Coefficient 


Brookfiled Viscosity @- 
30°C MPa • s 


Component B-3 


Component A-5 


Component F 


Fluid 2 


100 






0.089 


30000 


Fluid A-6 


90 


10 




0.088 


25000 


Fluid 3 


90 




10 


0.085 


25000 


Fluid A-7 


50 


50 




0.087 


10000 


Fluid 4 


50 




50 


0.075 


10000 


Fluid A-5 




100 




0.085 


4400 


Fluid 1 






100 


0.061 


4500 



[01 59] Fluids A-B through A-1 0 were prepared by mixing Fluid A-5 with each of polymethacrylate (PMA), polyisobuty- 
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lene and ethylene-a-olefin copolymer (OCP). Fluids A-5 and A-8 through A-10 were measured of kinematic viscosrty 
at 1 00 °C Brookfield viscosity at low temperature (-30°C) and traction coefficient, respectively. The results are shown 
in Tabie 3 below. The number-average molecular weight (Mn) and amount of PMA, PIB and OCP were as follows: 

PMA: Mn 18,000, 8.5 mass %, PIB: Mn 2,700 ; 7.6 mass % 
OCP : Mn 9,900, 3.2 mass % 
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Viscosity Index Improver 


Kinematic Viscosity® 100°C 
mm 2 /s 


Brookfield Viscosity @-30°C 
mPa-s 


Traction Coefficient 


Fluid A-3 


None 


2.2 


4400 


0.085 


Fluid A-8 


PMA 


5.0 


5300 


0.077 


Fluid A-9 


PIB 


5.0 


i 8100 


0.083 


Fluid A-10 


OCP 


5.0 


5500 


0.083 



[0160] Six types of fluids (Fluids A-11 through A-16) were prepared by mixing Fluid A-5 with an ashless ^ersant 
and a phosphorus-containing additive in accordance with the formulation shown in Table 4 below. Each of the fluids 
was evaluated in abrasion resistance and oxidation stability. The results are shown in Table 4. 



55 



29 



EP0 949 319 A2 



CD 
i 

< 
LL 



CD 
03 



CM 
CO 



to 
d 



to 
o 



< 

T3 



O 
CD 
CO 



CM 
CO 



ID 

d 



70 



T5 



20 



25 



30 



35 



40 



45 



SO 



55 



< 
T3 



O 
CO 
CD* 



CM 
CO 



d 



< 

*3 



ID 
CD 
CO 

CD 



CM 
CO 



ID 
© 



< 



05 



in 

CM 



ID 

o 



< 



8 



X) 



ID 

d 



to 
< 



o 

Q. 

E 
o 
O 



CD 
CO 
CO 

CD 



CD 

i 

CL 

E 



"D 



c 

CO 
CO 

CD 
CL 

Q 

CO 
CO 

© 



c 

CD 
C 

o 

CL 

E 
o 
O 



CO 



CD 

CL 

Q 

CO 



a 

< 

CD 
C 

"c 

c 
o 
V 



CL 

CO 

o 



o 
c 

CD 



C 
CD 
C 

o 

CL 

E 
o 
O 



"c 
_c 

c 
o 

1 

o 



CO 
CD 

■5 

"D 

< 



CO 

< 



CL 

E 
a 

CD 

c 



CD 

d 

CM 

P « 



O 
O 

d 
co <5 
<N o 
o c 



o 
E 

CD T> 
CD CD 

o E 



o 
o 

d 

« o 
o c 



o 
o 



^_ CD 

o c 



o 
o 

d 

CM 2 

^- o 
o c 



g 

CD 

E 

CD 

CO 
CD 



£ g. E . 

o o 

2. 3 

cvj o 

* 3 g 

o ff * 
2 3 c 



30 





EP0 949 319 A2 



ASTM D2882 : 



Indicating the Wear Characteristics of Petroleum and Non-Petroleum Hydraulic Fluids in 
a Constant Volume Vane Pump 



JIS K2514: 



Lubricating oil-Determination of oxidation stability 



5 



Ashless Dispersant A: alkenylsuccinimide (number-average molecular weight : 5,500) Ashless DispersantB: bo- 

ron-modified alkenylsuccinimide (number-average molecular weight : 4,500) Phospho- 
rus-containing Additive A diphenylhydrogenphosphite 

io [0161] Fluids A-17 through A-22 were prepared in accordance with the formulations indicated in Table 5. The de 
pendence of friction coefficient on slipping speed of each fluid was measured using a low velocity slip testing machim 
in accordance with JASO M349-95 "Automatic transmission fluid-determination of shudder inhibition capability" unde 
the following conditions. 

Oil amount : 0.2 L, Oil temperature: 80 °C, Surface pressure: 0.98 Mpa 

is [0162] The results are shown in Table 5 below. 
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Fluid A-22 


94.15 


CNJ 
CO 


in 


O 


in 










1.12 (Negative 
Gradient) 


Fluid A-5 


o 
o 


















1 .52 (Negative 
Gradient) 


Fluid A-21 


93.50 


CNJ 
CO 


in 


o 


0.15 


0.15 






in 


0.80 (Positive 
Gradient) 


Fluid A-20 


99.50 
















to 


0.98 (Positive 
Gradient) 


Fluid A-19 


99.50 














in 
o 




0.93 (Positive 
Gradient) 


Fluid A-18 


99.85 












0.15 






0.90 (Positive 
Gradient) 


FluidA-17 


99.85 










0.15 








0.84 (Positive 
Gradient) 




Component 
A-5 


OCP ! 


Ashless 
Dispersant A 


Ashless 
Dispersant B 


Phosphorus 
-containing 
Additive A 


Ethoxylated 
Oleyl Amine 


Oleyl Amine 


Mg Sulfonate 
A 


Ca Sulfonate 
A 


c 
o 

o 

of 

C CNJ 


Base oil 


Viscosity 

Index 

Improver 


Component Q 


Component P 


Component S 


Component T 


Speed Depende 
Coefficient li.(0.1 
(0.3cm/s). 
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Mg sulfonate A: petroleum-based, total base number (perchloric method) : 300 mgKOH/g Ca sulfonate A: petro- 
leum-based, total base number (perchloric method): 300 mgKOH/g 

[0163] Four types of fluids (Fluids A-23 - A26) were prepared in accordance with the formulations shown in Table 6. 
5 Each of Fluids A-23 through A-26 was examined in effect of additives exerting on strength of a wet-type clutch against 
repeatedly-applied compression. The wet-type clutch was repeatedly compressed under the conditions given below 
using a stroke testing machine till the surface of the friction material peels off. The effect was evaluated by counting 
the number of stroke cycle taken until the peel-off occurred. The results are shown in Table 6. 




to Test conditions 
[0164] 

Friction material : cellulose material Surface pressure : 9.8 Mpa 
is Oil temperature : 120 °C One cycle: Press 3 sec. Release 7 sec 



Table 6 





Fluid A-23 


Fluid A-24 


Fluid A-25 


Fluid A-26 


Base Oil 


Component A-5 


97.15 


93.50 


97.15 


97.35 


Viscosity Index Improver 


OCP 




3.2 






Component Q 


Ashless Dispersant A 


1.5 


1.5 


1.5 I 


1.5 




Ashless Dispersant B 


1.0 


1.0 


1.0 


1.0 


Component P 


Phosphorus -containing Additive 
A 


0.15 


0.15 


0.15 


0.15 


Component T 


Ca sulfonate A 




0.5 






Ca Sulfonate B 


0.2 








Component S 


Ethoxylated Oleyl Amine 




0.15 






Ca Sulfonate C 








0.2 




the No. of cycles taken until the occurrence of peeloff 


15.3 


14.8 


6.2 


4.2 ; 



Ca sulfonate B: petroleum-based, total base number (perchloric method) . 400 mgKOH/g Ca sulfonate C : petro- 
leum-based, total base number (perchloric method) : 13 mgKOH/g 



) 40 Naphthenic Hydrocarbon Traction Drive Fluid B 

[0165] There were prepared five types of traction drive fluids using in accordance with the formulations in Table 7. 
Each of the traction drive fluids was measured of the traction coefficient. The results are shown in Table 7 given below. 
[0166] Traction drive fluids B-1 through B-4 were naphthenic hydrocarbons (B) according to the invention. 
4S [01 67] The measurement of traction coefficient was conducted in accordance with the same procedures and condi- 
tions as conducted tor the above examples of naphthenic hydrocarbon Traction drive fluid A. 

Component B-1 : 2,4-dicyclohexylpentane 
Component B-2: 1 ,3-dicyclohexyl-3-melhylbutane 
bo Component B-3 : 2-methyl-2,4-dicyclohexylpentane 

Component B-4 : 2 t 4-bis(2-methyl-cyclohexyl)-2-methylpentane 
Component G : 1 ,3-dicyclohexylbutane 



Table 7 





Traction Coefficient 


Fluid B-1 


Component B-1 


0.083 
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Table 7 (continued) 





Traction Coefficient 


Fluid B-2 


Component B-2 


0.085 


Fluid B-3 


Component B-3 


0.089 


Fluid B-4 


Component B-4 


0.093 ! 


Fluid 5 


Component G 


0.068 


Fluid 1 


Component F 


0.061 



[0168] l-(2 t 5-dimethylcyclohexyl)-1-cyclohexylethane was used as a synthetic base oil (Component A-4). The trac- 
tion coefficient and Brookfield viscosity at-30 °C were measure for Fluids B-1 , B-5 and B-6 and Fluids 1 and 6 through 



8 prepared in accordance with the formulation in Table 8. The results are shown in Table 8. 

Table 8 





Blend Ratio % 


Traction Coefficient 


Brookfield Viscosity @- 
30°C MPa • s 


Component A-4 


Component B-1 


Component F 


Fluid 6 


100 






0.085 


4400 


Fluid B-5 


90 


10 




0.085 


4000 


Fluid 7 


90 




10 


0.083 


4400 


Fluid B-6 


50 


50 




0.084 


3500 


Fluid 8 


50 




50 . 


0.073 


4500 


Fluid B-1 




100 




0.083 


3300 


Fluid 1 






100 


0.061 


4500 



[0169] Fluids B-7 through B-9 were prepared by mixing Fluid B-3 with each of polymethacrylate (PMA), polyisobuty- 
lene and ethylene-a-olefin copolymer (OCP). Fluids B-3 and B-7 through B-9 were measured for kinematic viscosity 
at 100 °C, Brookfield viscosity at low temperature (-30°C) and traction coefficient, respectively. The results are shown 
in Table 3 below. The number-average molecular weight (Mn) and amount of PMA, PIB and OCP were as follows: 



PMA: Mn 18,000, 4.8 mass %, PIB: Mn 2,700, 4.3 mass % 
OCP: Mn 9,900, 1.8 mass % 



Table 9 



Viscosity Index Improver 


Kinematic Viscosity© 100°C 
mm 2 /s 


Brookfield Viscosity at a low 
temperature® -30°C mPa-s 


Traction Coefficient 


Fluid B-3 


none 


3.6 


30000 


0.089 


Fluid B-7 


PMA 


5.0 


36000 


0.082 


Fluid B-8 


PIB 


5.0 


59000 


0.087 


Fluid B-9 


OCP 


5.0 


37000 


0.087 ; 



[01 70] Six types of fluids (Fluids B-1 0 through B- 1 5) were prepared by mixing Traction drive fluid B-3 with an ashless 
dispersant and a phosphorus-containing additive in accordance with the formulation shown in Table 10 below. Each 
of the Fluids was evaluated in abrasion resistance and oxidation stability. The results are shown in Table 10. 
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[0171] Fluids B-16 through B-21 were prepared in accordance with the formulations indicated in Table 11. The de- 
pendence of friction coefficient on slipping speed of each fluid was measured in accordance with the same manner 
and conditions as the foregoing. The results are shown in Table 11 below. 
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[0172] Four types of fluids {Fluids B-22 - B-25) were prepared in accordance with the formulations shown in Table 
12. Each of Fluids B-22 through B-25 was examined in effect of additives exerting on strength of a wet-type clutch 
against repeated-applied compression. The wet-type clutch was repeatedly compressed under the same conditions 
as conducted for the above Fluids A-23 through A-26. The effect was evaluated by counting the number of stroke cycle 
5 taken until the peel-off occurred. The results are shown in Table 12. 



Table 12 





Fluid B-22 


Fluid B-23 


Fluid B-24 


Fluid B-25 


Base Oil 


Component B-3 


97.15 


94.90 


97.15 


97.35 


Viscosity Index Improver 


OCP 




1 .8 






Component Q 


Ashless Dispersant A 


1.5 


1.5 


1.5 


1.5 


Ashless Dispersant B 


1.0 


1.0 


1.0 


1.0 


Component P 


Phosphorus containing Additive 
A 


0.15 


0.15 


0.15 


0.15 


Component T 


Ca Sulfonate A 




0.5 






Ca Sulfonate B 


0.2 








Component S 


Ethoxylated Oleyl Amine 




0.15 






Ca Sulfonate C 






0.2 




the No. of cycles taken until the occurrence of peel-off 


16.2 


15.4 


5.8 


4.9 . 



25 

Naphthenic Carboxylate Traction Drive Fluid C 

[0173] There was synthesized traction drive fluid C-5 in Table 13 below which is one typical example of naphthenic 
carboxylates (C) according to the invention represented by the lormula 

30 



35 



40 




wherein R 21 and R 24 each are methyl group and R 22 R 23 , R 25 and R 26 each are a hydrogen atom, in the following 
manner. 

45 [0174] 171 3 g of 2-methylcyclohexanol and 5.8 g of metallic sodium were placed into a 2 L round flask and heated 
at a temperature of 120 with nitrogen blow. After the mixture became a homogeneous solution by the reaction of the 
metallic sodium with the cyclohexanol, it was added with droplets of 886 g of dimethyl oxy late over 4 hours. The reaction 
was completed after heating at 150 °C for 3 hours. The methanol produced by the reaction was trapped for preventing 
it from returning to the flask. The reaction product was washed with water until it became neutral and dehydrated, 

so followed by distillation under reduced pressure thereby obtaining di-2-methylcyclohexyloxalate which is encompassed 
by naphthenic carboxylate (C) traction drive fluid according to the invention. The final yield was about 80%. 
[01 75] Traction drive fluids C-1 through C-4, C-6 and C-7 each having the structure shown in Table 1 3 were synthe- 
sized in accordance with the above synthesizing method. 
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Table 13 
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Sample 


Formula (47) 




D22 


d23 


R24 
n 


R25 
n 


R26 
n 


Plnir! P - 1 
r IU1U O I 


H 


H 


H 


H 


H 


H 


Fluid C - 2 


H 


CH 3 


H 


H 


CH 3 


H 


Fluid C - 3 


CH 3 


H 


H 


H 


H 


H 


Fluid C - 4 


CH 3 


H 


CH 3 


H 


H 


H 


Fluid C - 5 


CH 3 


! H 


H 


CH 3 


H 


H 


Fluid C - 6 


CH 3 


H 


CH 3 


CH 3 


H 


H 


Fluid C - 7 


CH 3 


H 


CH 3 


CH 3 


H 


CH 3 



[0176] The measurement of traction coefficient was conducted for traction drive fluids C-1 , C-2, C-5 and C-7, traction 
drive fluids C-8 through C-10 which were prepared in accordance with the formulations shown in Table 14 and com- 
mercially available traction drive fluid "SANTOTRAC 50" Which has been used in the industrial machinery field and 
known to have high traction coefficient. The results are shown in Table 14. The traction coefficient of each traction 
drive fluids C-3, C-4 and C-6 was calculated based on those of other traction drive fluids. 

[0177] The measurement was conducted in the same manner as conducted for the above examples ol naphthenic 
hydrocarbon (A). 

Table 14 



Sample 


Traction Coefficient 


Fluid C-1 


0.089 


Tractant Fluid C-2 


0.087 


Fluid C-5 


0.092 


Fluid C-7 


0.094 


Fluid C-8 (volume Ratio: Fluid C-1 / Fluid C-3 / Fluid C-5 = 23/48/29) 


0.090 


Fluid C-9(vblume Ratio: Fluid C-1 / Fluid C-4 / Fluid C-7 = 26/47/27) 


0.091 


Fluid C-10(Volume Ratio: 

Fluid C-5/ Fluid C-6 / Fluid C-7 = 28/45/27) 


0.093 


Fluid C-3 (* Note 1) 


0.090 


Fluid C-4 (* Note 2) 


0.090 


Fluid C-6 (* Note 3) 


0.093 


Fluid 9 SANTOTRAC so 


0.087 



Note 1 : the value calculated from the traction coefficient of traction drive fluids C-1 , C-5 and C-8 assuming that additivity 
can be applied to traction coefficient; 

Note 2: the value calculated from the traction coefficient of traction drive fluids C-1 , C-7 and C-9 assuming that additivity 
can be applied to traction coefficient; 

Note 3: the value calculated from the traction coefficient of traction drive fluids C-5. C-7 and C-1 0 assuming that additivity 
can be applied to traction coefficient 

[0178] 2-methyl-2,4-dicyclohexy!pentane was used as a synthetic base oil (Component B-3). The traction coefficient 
and Brookfield viscosity at -30 °C were measure for Fluids C-5. C-11 . C-12 and Fluids 1-4 prepared in accordance 
with the formulations shown in Table 15. The results are shown in Table 15. 
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Table 15 



5 



15 





Blend Ratio % 






Component F 


Component C-5 


uomponeni d-o 


Traction Coefficient 


Brookfield Viscosity 
@-30°CMPa-s 


Fluid 1 


100 






0.061 


4500 


Fluid C-11 


50 


50 




0.077 


9400 


Fluid 4 


50 




50 


0.075 


12000 


Fluid C-12 


10 


90 




0.089 


12000 


Fluid 3 


10 




90 


0.0B5 


25000 


Fluid C-5 




100 




| 0.092 


16000 


Fluid 2 






100 


| 0.089 


30000 



[0179] Fluids C-13 through C-15 were prepared by mixing Fluid C-5 with each of poly methacry late (PMA), 
polyisobutylene and ethylene-a-olefin copolymer (OCP). Fluids C-5 and C-13 through C-15 were measured of kine- 
20 matic viscosity at 100 °C, low temperature (-30°C) viscosity and traction coefficient, respectively. The results are shown 
in Table 1 6 below. The number-average molecular weight (Mn) and amount of each PMA, PI B and OCP were as follows: 

PMA: Mn 18,000, 6.7 mass %, PIB: Mn 2,700, 6.0 mass % 
OCP; Mn 9,900, 2.5 mass % 

25 

Table 16 



so 





Additives 


Kinematic Viscosity® 100°C 
mm 2 /s 


Brookfield Viscosity at a low 
temperature© -30°C mPa • s 


Traction Coefficient 


Fluid C-5 


none 


3.1 


16000 


0.092 


Fluid C-13 


PMA 


5.0 


20000 


0.085 


Fluid C-14 


PIB 


5.0 


31000 


0.090 


Fluid C-15 


OCP 


5.0 


21000 


0.090 



[01 80] Six types of fluids (Fluids C-1 6 through C-21 ) were prepared by mixing Traction drive fluid C-5 with an ashless 
dispersant and a phosphorus-containing additive in accordance with the formulation shown in Table 17 below. Each 
of the fluids was evaluated in abrasion resistance and oxidation stability. The results are shown in Table 17. 
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[0181] Fluids C-22 through C-27 were prepared in accordance with the formulations indicated in Table 18. The de- 
pendence of friction coefficient on slipping speed of each fluid was measured in accordance with the same manner 
and conditions as the foregoing. The results are shown in Table 18 below. 
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[0182] Four types of fluids (Fluids C-16 and C-28-C-30) were prepared in accordance with the formulations shown 
in Table 19. Each of Fluids C-28 through C-30 was examined in effect of additives exerting on strength of a wet-type 
clutch against repeated-applied compression. The wet-type clutch was repeatedly compressed under the same con- 
ditions as conducted for the above Fluids A-23 through A-26. The effect was evaluated by counting the number of 
5 stroke cycle taken until the peel-off occurred. The results are shown in Table 19. 



Table 19 





Fluid C-28 


Fluid C-29 


Fluid C-30 


Fluid C-16 


Base Oil 


Component C 


97.15 


94.20 


97.15 | 


97.35 


Viscosity Index Improver 


OCP 




2.5 






Component Q 


Ashless Dispersant A 


1.5 


1.5 


1.5 


1.5 


Ashless Dispersant B 


1.0 


1.0 


1.0 


1.0 


Component P 


Phosphorus-containing 
Additive A 


0.15 


0.15 


0.15 


0.15 


Component T 


Ca Sulfonate A 




0.5 






Ca Sulfonate B 


0.2 








Component S 


Ethoxylated Oleyl Amine 




0.15 






Ca Sulfonate C 






0.2 




the No. of cycles taken until the occurence of peeloff 


15.8 


15.0 


6.6 


5.2 



25 

Naohlhenic carboxylate (D) 

[0183] There was synthesized traction drive fluid D-1 in Table 20 which is one typical example of naphthenic car- 
boxylates (D) of the invention represented by the formula 

30 



35 



40 




wherein R 27 through R 32 each are a hydrogen atom, in the following manner 

[0184] 650 g of cyclohexane carboxylic acid, 750 g of cyclohexanol and 15 g of phosphoric acid were placed into a 
45 2 L round flask and heated at 1 90 °C with nitrogen blow. The water produced by the esterification was trapped so as 
not to return to the flask. The reaction was completed after 20 hours. The reaction product was washed with an aqueous 
solution of sodium hydroxide until being alkalized, followed by the removal of the unreacted cyclohexane carboxylic 
acid and phosphoric acid. The residue was then washed with water until being neutralized and dehydrated, followed 
by distillation under reduced pressure thereby obtaining cyclohexanolecyclohexanecarboxylate. The final yield was 
so about 80 %. 

[0185] Traction drive fluids D-2 through D-9 each having the structure shown in Table 20 were synthesized in ac- 
cordance with the above synthesizing method. 

[01 86] Traction drive fluids D-1 through D-9 and Comparative Traction drive fluid 1 (isobutene oligomer) were meas- 
ured of traction coefficient with the results shown in Table 20 below. The measurement was conducted in the same 
55 manner as conducted for the above examples of naphthenic hydrocarbon (A). 
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Table 20 



5 



70 



75 



Sample 


Formula ( 48 ) 


Traction Coefficient 




R 28 


R 29 


R 30 


R 31 


R 32 


Fluid D-1 


H 


H 


H 


H 


H 


H 


0.086 


Fluid D-2 


H \ 


CH 3 


H 


H 


H 


H 


0.085 


Fluid D-3 


CH 3 


H 


H 


H 


H 


H 


0.088 


Fluid D-4 


CH 3 


H 


CH 3 


H 


H 


H 


0.089 


Fluid D-5 


CH 3 


H 


H 


CH 3 


H 


H 


0.090 


Fluid D-6 


H 


H 


H 


CH 3 


H 


CH 3 


0.089 


Fluid D-7 


CH 3 


H 


CH 3 


CH 3 


H 


H 


0.091 


Fluid D-8 


CH 3 


H 


H 


CH 3 


H 


CH 3 


0.091 


Fluid D-9 


CH 3 


H 


CH 3 


CH 3 


H 


CH 3 


0.092 


Fluid 1 


Component F ( Isobutene Oligomer) 


0.061 



[0187] 2-methyl-2,4dicyclohexylpentane was used as a synthetic base oil (Component B-3). The traction coefficient 
and Brookfield viscosity at -30 °C were measure for Fluids D-3, D-10, D-11 and Fluids 1 -4 prepared by using Fluid D- 
3, Component F and Component B-3 in accordance with the formulations shown in Table 21. The results are shown 
in Table 21. 

2S 

Table 21 



35 





Blend Ratio % 


Traction Coefficient 


Brookfield Viscosity 
@- 30°C mPa ■ s 


Component B-3 


Component D-3 


Component F 


Fluid 2 


100 






0.089 


30000 


Fluid D-10 


90 


10 




0.089 


17000 


Fluid 3 


90 




10 


0.085 


25000 


Fluid D-11 


50 


50 




0.089 


3300 


Fluid 4 


50 




50 


0.075 


10000 


Fluid D-3 




100 




0.088 


360 j 


Fluid 1 






100 


0.061 


4500 



[0188] Fluids D-12 through D-14 were prepared by mixing Fluid D-3 with each of polymethacrylate (PMA), 
polyisobutylene and ethylene-a-olefin copolymer (OCP). Fluids D-12 through D-14 and D-3 were measured of kine- 
matic viscosity at 1 00 °C, low temperature (-30°C) viscosity and traction coefficient, respectively. The results are shown 
45 in Table 22 below. The number-average molecular weight (Mn) and amount of PMA, PIB and OCP were as follows: 

PMA: Mn 1 8,000, 9.3 mass %, PIB: Mn 2,700, 8.4 mass % 
OCP : Mn 9,900, 3.5 mass % 

so 

Table 22 



£5 





Additive 


Kinematic Viscosity @ 100°C 
mm 2 /s 


Brookfield Viscosity at a low 
temperature® -30°C mPa-s 


Traction Coefficient 


Fluid D-3 


None 


1:9 


360 


0.088 


Fluid D-12 


PMA 


5.0 


440 


0.081 



45 
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Table 22 (continued) 





Additive 


Kinematic Viscosity @ 100 e C 
mm 2 /s 


Brookfield Viscosity at a low 
temperature© -30°C mPa-s 


Traction Coefficient 


Fluid D-13 


PIB 


5.0 


810 


0.086 


Fluid D-14 


OCP 


5.0 


450 


0.086 



[0189] Six types of fluids (Fluids D-1 5 through D-20) were prepared by mixing traction drive fluid D-3 with an ashless 
dispersant and a phosphorus-containing additive in accordance with the formulation shown in Table 23 below. Each 
of the fluids was evaluated in abrasion resistance and oxidation stability. The results are shown in Table 23. 
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[0190] Fluids D-21 through D-26 were prepared in accordance with the formulations indicated in Table 24. The de- 
pendence of friction coefficient on slipping speed of each fluid was measured in accordance with the same manner 
and conditions as the foregoing. The results are* shown in Table 24 below. 
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[0191] Four types of fluids (Fluids D-15 and D-27 - D-29) were prepared in accordance with the formulations shown 
in Table 25. Each of Fluids D-15 and D-27 through D-29 was examined in effect of additives exerting on strength of a 
wet-type clutch against repeated-applied compression. The wet-type clutch was repeatedly compressed under the 
same conditions as conducted for the above Fluids A-23 through A-26. The results are shown in Table 25. 

5 

Table 25 





Fluid D-27 


Fluid D-28 


Fluid D-29 


Fluid D-15 


Base Oil 


Component D 


97.15 


93.20 


97.15 


97.35 


Viscosity Index Improver 


OCP 




3.5 






Component Q 


Ashless Dispersant A 


1.5 


1.5 


1.5 


1.5 


Ashless Dispersant B 


1.0 


1.0 


1.0 


1.0 


Component P 


Phosphorus -containing 
Additive A 


0.15 


0.15 


0.15 


0.15 


Component T 


Ca Sulfonate A 




0.5 






Ca Sulfonate B 


0.2 








Component S 


Ethoxylated Oleyl Amine 




0.15 






Ca Sulfonate 






0.2 




the No. of cycles taken until the occurrence of peel-off 


15.2 


14.5 


7.2 


5.8 



2$ Naphthenic carbonate (E) 

[01 92J There was synthesized traction drive fluid E-5 in Table 26 which is one typical example of naphthenic carbon- 
ates (E) of the inventbn represented by the formula 



3$ 




wherein R 33 and R 36 each are methyl group and R 34 , R 35 , R 37 and R 38 each are a hydrogen atom, in the following 
40 manner. 

[0193] 1713 g of 2-methylcyclohexanol and 5.8 g of metallic sodium were placed into a 2 L round flask and heated 
at a temperature of 120 °C with nitrogen blow. After the metallic sodium is completely dissolved by reacting the cy- 
clohexanol. 886 g of diethylcarbontae was added in dropwise over about 4 hours, followed by heating at a temperature 
of 150 °C for 3 hours, thereby completing the reaction. The water produced by the reaction was trapped so as not to 
45 return the flask. The resulting product was washed with water until being neutralized and dehydrated, followed by 
distillation under reduced pressure thereby obtaining di-2-ethylcyclohexylcarbonate which is encompassed by naph- 
thenic carbonate (E) traction drive fluid according to the invention The final yield was about 80 %. 
[0194] Traction drive fluids E-1 through E-4, E-6 and E-7 each having the structure shown in Table 26 were synthe- 
sized in accordance with the above synthesizing method. 

so 

Table 26 



Sample 


Formula (49) 


R 33 


R 34 


R35 


R 36 


R 37 


R 38 


Fluid E -1 


H 


H 


H 


H 


H 


H 


Fluid E -2 


H 


CH 3 


H 


H 


CH 3 


H 



50 



10 



15 



) 20 
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Table 26 (continued) 



Sample 


Formula (49) 


R 33 


R 34 




R 36 




R38 


Fluid E - 3 


CH 3 


H 


H 


H 


H 


H 


Fluid E - 4 


CH 3 


H 


CH 3 


H 


H 




Fluid E - 5 


CH 3 


H 


H 


CH 3 


H 




Fluid E - 6 


CH 3 


H 


CH 3 


CH 3 


H 


H 


Fluid E - 7 


CH 3 


H 


CH 3 


CH 3 


\ h 


CH 3 



[019S] The measurement of traction coefficient was conducted for traction drive fluids E-1 . E-2, E-5 and E-7, traction 
drive fluids E-8 through E-10 which were prepared in accordance with the formulations shown in Table 27 and com- 
mercially available traction drive fluid "SANTOTRAC 50" which has been used in the industrial machinery field and 
known to have a high traction coefficient. The results are shown in Table 27. The traction coeffident of each traction 
drive fluids E-3, E-4 and E-6 was calculated based on those of other traction drive fluids. 

[0196] The measurement was conducted in the same manner as conducted for the above examples of naphthenic 
hydrocarbon (A) above. 

Table 27 



Sample 


Traction Coefficient 


Fluid E-1 


0.088 


Fluid E-2 


0.086 


Fluid E-5 


0.092 


Fluid E-7 


0.094 


Fluid E-8 (volume Ratio: Fluid E-1/ Fluid E-3/ Fluid E-5 = 24/49/27) 


0.090 


Fluid E-9(Volume Ratio: 1.5 Fluid E-V Fluid E-4 / Fluid E-7 = 23/49/28) 


0.091 


Fluid E-IO(Volume Ratio: Fluid E-5/ Fluid E-6 / Fluid E-7 = 26/47/27) 


0.093 


Fluid E-3 (* Note 1) 


0.090 


Fluid E-4 (* Note 2) 


0.091 


Fluid E-6 (* Note 3) 


0.093 


Fluid 9 SANTOTRAC 50 


0.087 



25 



30 



35 



40 



45 



SO 



S5 



Note 1 : the value calculated from the traction coefficient ol traction drive fluids E-1 . E-5 and E-8 assuming that additivity can be applied to traction 
coefficient; 

Note 2: the value calculated from the traction coefficient of traction drive fluids E.I , E-7 and E-9 assuming that additivity can be applied to traction 
coefficient: 

Note 3: the value calculated from the traction coefficient of traction drive fluids E-5. E-7 and E-1 0 assuming that additivity can be applied to traction 
coefficient 

[01 97] 2-methyl-2,4-dicyclohexylpentane was used as a synthetic base oil (Component B-3). The traction coefficient 
and Brookfield viscosity at -30 °C were measured for Fluids E-11 and E-12 and Comparative Fluids 17-20 prepared 
by using Traction drive fluid E-5, Component F and Component B-3 in accordance with the formulations shown in Table 
28. The results are shown in Table 28. 

Table 28 





Blend Ratio % 


Traction Coefficient 


Brookfield Viscosity @- 
30° C mPa-s 


Component F 


Component E-5 


Component B-3 


Fluid 1 


100 






0,061 


4500 



51 
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Table 28 (continued) 





Blend Ratio % 


Traction Coefficient 


Brookf ield Viscosity @ - 
30°C mPa-s 


Component F 


Component E-5 


Component B-3 


Fluid E-11 


50 


50 




0.077 


10000 


Fluid 4 


50 




50 


0.075 


12000 


Fluid E-1 2 


10 


90 




0.089 


15000 ! 


Fluid 3 


10 




90 


0.086 


20000 


Fluid E-5 




100 




0.092 


25000 


Fluid 2 






100 


0.089 


30000 



75 

[0198] Fluids E-13 through E-15 were prepared by mixing Fluid E-5 with each of polymethacrylate (PMA), 
polyisobutylene and ethylene-a-olefin copolymer (OCP). Fluids E-1 3 through E-15 and E-5 were measured of kinematic 
viscosity at 100 °C, low temperature (-30°C) viscosity and traction coefficient, respectively. The results are shown in 
Table 29 below. The number-average molecular weight (Mn) and amount of each PMA, PIB and OCP were as follows: 

20 

PMA: Mn 18,000. 7.5 mass %, PIB: Mn 2,700, 6.7 mass % 
OCP : Mn 9,900, 2.8 mass % 



25 Table 29 





Additive 


Kinematic Viscosity® 100°C 
mm 2 /s 


Brookf] eld viscosity at a low 
temperature© -30 e C mPa -s 


Traction Coefficient 


Fluid E-5 


None 


2.8 


25000 


0.092 


Fluid E-13 


PMA 


5.0 


30000 


0.087 


Fluid E-1 4 


PIB 


5.0 


48000 


0.090 


Fluid E-15 


OCP 


5.0 


31000 


0.090 i 



[0199] Six types of fluids (Fluids E-16 through E-21) were prepared by mixing Fluid E-5 with an ashless dispersant 
and a phosphorus-containing additive in accordance with the formulation shown in Table 30 below. Each of the fluids 
was evaluated in abrasion resistance and oxidation stability. The results are shown in Table 30. 



40 



45 



so 



55 



52 



# 

EP0 949 319 A2 



70 



CM 

ill 

T3 



O 
CM 

UJ 

■g 

LL 



LU 



in 
to 

CD 



o 

CM 
CD 



o 

CD 
CD 



CO 

c\i 



CO 

c\i 



CO 

cvi 



in 
o 



CO 
CO 

d 

i_ 

. CO 
O "D 



d 



d 



UJ 
"D 



in 
o 



CO 

csi 



in 
d 



m 
d 



LU 

*3 



m 
cvi 



m 
d 



8 



-O 

,«0 



3 



m 

CO 



D 

€0 



CD 



c 

CO 



CO 

b 



c 

(D 
C 

o 

CL 

6 
o 
O 



o 

Q_ 

e 
8 



m 
d 



CD 
< 



o 



o 



8. 



< 



05 



O 
CD 



<0 
CD 



CO 

CD 
< 



O 

o 
d 

CD 

« S 
o c 



o 
E 

LO CD 

o E 



o 
o 
d 

CD 

S 

o c 



o 
o 
d 

o c 



o 
o 
d 

« o 
o c 



S 

CD 

E 



6* 

CO 



8 



o ~ 

CO CO 

O c 
Q. C 

" r— CD 

n ?3 



cm .S o 

^ «0 C 

2 ? « 

3 © £ 

3 is 

to 3 t 



S3 




EP0 949 319 A2 



[0200] Fluids E-22 through E-26 were prepared in accordance with the formulations indicated in Table 31. The de- 
pendence of friction coefficient on slipping speed of each fluid was measured in accordance with the same manner 
and conditions as the foregoing. The results are shown in Table 31 below. 

5 
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Fluid E-27 


94.15 


CO 
CNJ* 


in 


o 


0.15 










1.10 

(Negative 
Gradient) 


Fluid E-5 


o 
o 


















1.42 

(Negative 
Gradient) 


Fluid E-26 


93.50 


CO 
C\j 


in 


O 


0.15 


0.15 






in 
d 


0,83 

(Positive 

Gradient) 


Fluid E-25 


99.50 
















m 
d 


0.96 

(Positive 

Gradient) 


Fluid E-24 


99.50 














in 
d 




0.93 

(Positive 

Gradient) 


Fluid E-23 


99.85 












vn 
d 






0.89 

(Positive 

Gradient) 


Fluid E-22 


lO 
GO 

CT> 
cn 










0.15 








0.86 

(Positive 

Gradient) 




Component 
E-5 


OCP 


Ashless 
Dispersant A 


Ashless 
Dispersant 


Phosphorus 
-containing 
Additive A 


Ethoxylated 
Oleyl Amine 


Oleyl Amine 


Mg Sulfonate 
A 


Ca Sulfonate 
A 


mcy of Friction 
.12cm/s)p. 


Base oil 


Viscosity 

Index 

Improver 


Component Q 


Component P 


Component S 


Component T 


Speed Depends 
Coefficient p. (O 
(0,3cm/s) 
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[0201] Four types of fluids (Fluids E-16 and E-28 - E-30) were prepared in accordance with the formulations shown 
in Table 32. Each of Fluids E-19 through E-22 was examined in effect of additives exerting on strength of a wet-type 
clutch against repeated-applied compression. The wet-type clutch was repeatedly compressed under the same con- 
ditions as conducted for the above Fluids A-23 through A-26. The results are shown in Table 32. 



Table 32 





Fluid E-28 


Fluid E-29 


Fluid E-30 


Fluid E-16 


Base Oil 


Component E-5 


97.15 


93.90 


97.15 


97.35 


Viscosity Index Improver 


OCP 




2.8 






Component Q 


Ashless Dispersant A 


1.5 


1.5 


1.5 


1.5 


Ashless Dispersant B 


1.0 


1.0 


1.0 


1.0 


Component P 


Phosphoru s containing Additive 
A 


0.15 


0.15 


0.15 


0.15 


Component T 


Ca Sulfonate A 




0.5 






Ca Sulfonate B 


0.2 








Component S 


Ethoxy Oleyl Amine 




0.15 






Ca Sulfonate C 






0.2 




the No. of cycles taken untill the accurrence of peel-off 


16.2 


15.3 


7.1 


5.3 
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Claims 
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1. A traction drive fluid which comprises a tractant selected from the group consisting of naphthenic hydrocarbons 
(A) and (B), naphthenic carboxylates (C) and (D) and a naphthenic carbonate (E), 

said naphthenic hydrocarbon (A) being represented by the formula 



35 



40 




(D 



45 



wherein among R 1 through R 8 , R 4 is a C 1 - C e alkyl group which may have a naphthene ring and the remainders 
each are a hydrogen atom or a - C e alkyl group which may have a naphthene ring; 
said naphthenic hydrocarbon (B) being represented by the formula 



so 



£5 




(2) 



wherein among R 9 through R 20 , at least more than two members selected arbitrary from R 12 , R 13 and R 16 are 
C 1 - C 8 alkyl groups which may have a naphthene ring and the remainders each are a hydrogen atom or a C, 
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- C 8 alky! group which may have a naphthene ring; 

said naphthenic carboxylate (C) being represented by the formula 



10 



.24 



(3) 



15 



wherein R 21 , R 22 R 23 R 24 , R 26 and R 26 each are a hydrogen atom or a C, - C 8 alkyl group which may have 
a naphthene ring; 

said naphthenic carboxylate (D) being represented by the formula 



20 



25 



31 



(4) 



30 



wherein R 27 , R 28 , R 29 , R 30 , R 31 and R 32 each are a hydrogen atom or a O, - C 8 alkyl group which may have 
a naphthene ring; and 

said naphthenic carbonate (E) being represented by the formula 



35 



40 



,30 



37 



(5) 



wherein R 33 , R 34 . R 35 , R 36 , R 37 and R 38 each are a hydrogen atom or a C, - C 8 alkyl group which may have 
a naphthene ring. 

*s 2. A traction drive fluid according to claim 1 wherein said naphthenic hydrocarbon (A) is represented by the formula 



so 



55 




(6) 



wherein R 4 is a - C 8 alkyl group which may have a naphthene ring, R 1 through R 3 and R 6 through R 8 each are 
a hydrogen atom or a C, - C 8 alkyl group which may have a naphthene ring and at least one member selected 
arbitrary from R 1 , R 3 , R 6 and R 8 is aC r C 8 alkyl group which may have a naphthene ring; 
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said naphthenic hydrocarbon (B) is represented by the formula 




wherein R 9 through R 20 each are a hydrogen atom or a - C 8 alkyl group which may have a naphthene ring, 
at least more than two members selected arbitrary from R 12 , R 13 and R 16 each are a C 1 - C 8 alkyl group which 
may have a naphthene ring, at least one member selected arbitrary from R 9 , R 11 , R 18 and R 20 is a C A - C B 
alkyl group which may have a naphthene ring; 

said naphthenic carboxylate (C) is represented by the formula 




wherein R 21 through R 26 each are a hydrogen atom or a C, - C 8 alkyl group which may have a naphthene 
ring and at least one member selected arbitrary from R 21 , R 23 , R 24 and R 26 is a C, - C 8 alkyl group which may 
have a naphthene ring; 

said naphthenic carboxylate (D) is represented by the formula 




wherein R 27 through R 32 each are a hydrogen atom or a C, - C 8 alkyl group which may have a naphthene 
ring and at least one member selected from R 27 , R 29 , R 30 and R 32 is aC r C 8 alkyl group which may have a 
naphthene ring; and 

said naphthenic carbonate (E) is represented by the formula 
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70 



75 



20 



25 



37 



(10) 



wherein R 33 through R 38 each are a C, - C e alkyl group which may have a naphthene ring and at least one 
member selected from R 33 R 35 t R 36 and R 38 is a - C 8 alkyl group which may have a naphthene ring. 

3. A traction drive fluid according to claim 1 wherein said naphthenic hydrocarbon (A) is represented by the formula 




in) 



wherein R 4 is a - C 8 alkyl group which may have a naphthene ring, R 1 through R 3 and R 6 through R 8 each are 
a hydrogen atom or a C t - C 8 alkyl group which may have a naphthene ring and at least one member selected 
arbitrary from R 7 through R 3 and R 6 through R 8 is a C-, - C 8 alkyl group which may have a naphthene ring. 

so 4. a traction drive fluid according to claim 1 wherein said tractant is said naphthenic hydrocarbon (A) and which fluid 
further comprises a base oil of a synthetic oil selected form the group of those represented by the formulae 



35 



40 



,39 



,40 




R* 6 



R* 5 



48 



(27) 



45 



wherein R 39 through R 48 each are a hydrogen atom or a C, - C 8 alkyl group which may have a naphthene ring; 



so 



55 




(28) 



wherein R 49 through R 60 each are a hydrogen atom or a - C 8 alkyl group which may have a naphthene ring; 
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,61 



R 62- 1" 




R 



631 



»6-i 



fr r 6 * 



(29) 



wherein R 61 through R 66 each are a hydrogen atom or a C 1 - C 8 alkyl group which may have a naphthene ring; 



R 1 " R" < 30 > 

wherein R 67 through R 72 each are a hydrogen atom or a C 1 - C 8 alkyl group which may have a naphthene ring; and 



,73 



R 76 



(31 ) 



wherein R 73 through R 78 each are a hydrogen atom or a C, - C e alkyl group which may have a naphthene ring. 

A traction drive fluid according to claim 1 wherein said tractant is said naphthenic hydrocarbon (B) and which fluid 
further comprises a base oil of a synthetic oil selected from the group of those represented by said formulae (27), 
(29). (30) and (31) and the formula 




(32) 



wherein R 79 through R 8S each are a hydrogen atom oraC r C 8 alkyl group which may have a naphthene ring. 

A traction drive fluid according to claim 1 wherein said tractant is said naphthenic carboxylate (C) and which fluid 
further comprises a base oil of a synthetic oil selected from the group of those represented by said formulae (27), 
(28), (29), (30) and (32). 

A traction drive fluid according to claim 3 wherein said tractant is said naphthenic carboxylate (D) and which further 
comprises a base oil of a synthetic oil selected from the group of those represented by said formulae (27), (28), 
(30), (31) and (32). 
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A traction drive fluid according 1o claim 1 wherein said tractant is said naphthenic carboxylale (E) and which fluid 
further comprises a base oil of a synthetic oil selected from the group of those represented by said formulae (27), 
(28), (29), (31) and (32). 

A traction drive fluid according to claim 1 which further comprises a base oil selected from the group consisting of 
a mineral oil and a synthetic oil having a molecular weight of 150 - 800 and an effective amount of an additive 
selected from the group consisting of a viscosity index improver, an ashless dispersant, a phosphorus-containing 
additive, a friction adjusting agent, an additive for enhandng coefficient of friction, a metal-containing detergent, 
an oxidation inhibitor and an extreme pressure additive. 
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